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Water-stabilized organosilane compounds and methods for using the same 



(57) The composition formed by mixing an organosi- 
lane, optionally having a nonhydroiizable organic group, 
but having one or more hydrolyzable groups, with a poly- 
ol containing at least two hydroxy groups, wherein at 
least any two of the hydroxy groups are separated by 
no more than two intervening atoms. Water-stabilized 
organosilane compounds. A water stable composition 
made from the polyol and organosilane or compound 
and water. A method of treating a substrate by mixing 



or contacting the substrate with the product, compound, 
or composition of this invention for a period of time suf- 
ficient for treatment of the substrate. A treated substrate 
having adhered thereto the product, compound, or com- 
position of this invention. A method of dyeing and treat- 
ing a substrate. A method of antimicrobially treating a 
food article. A method of antimicrobially coating a fluid 
container. A method of antimicrobially coating a latex 
medical article. A method of making a siloxane in th 
presence of a stabilizer. 
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D s ription 

Background of the Invention 
Field of the Invention: 
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Background: 



2 (w^'nTs 3 CESS" ^TV™ ° * * » »""* *» ° *> 
limited to, alkyl, aromatic X^SS^rTS^SS \k " a ( n ° nhydr0li2ab,e ° r9anic such as, but not 
prone to se.Sondensation ldeTn ^^2^2^^ X * ^ " ^ * ethOX » are 
Additionally, X can be a halogen such as CI TorTf^! J? . u 9 Wer commercial| y Levant periods of time, 
.he X moieJy reacts with vanoT^^^^^^ H * W Fo ^^ organosilanes, 

HBr, HI, H 2 0, ace ticacid, or J mKXSS ZSSS^STi "T* * ethano1 ' HCI " 

sation-prone compound. subst.tuted carboxyhc acd and to form the hydroxylated, but conden- 

prodSesTs^ * h r°' ySiS ° f ^ firSt tW ° X -* water 

cyc.ic oligomers possessing ^^ ^-8^ to *~ 

that an oligomer is formed For those cases RSiX hwfcijuT # » S ' ° ° ° ' Where mm ls an lnte 9 er su <* 
which produces insoluble organ^ ^ 9 enerates a *» a <^i°< (RSi(OH) 3 ) 

This water induced M»«nin^^i2Xl22l ^1 ^ ^f" 0 se "- condensa,ion <* the Si(OH) units. 

and fabrics, ,o product du^ including fibers 

interaction. Preferably, ^treated EKS^SZL*" "fT^u ,hr ° U9h ^ b ° ndS and/ ° r ele ^tatic 
= idingadu^ 

the mixture of S-flrimeftoxysiMto^ For instance, 

in as little as fou to *S™Tm^SS*Z TTT Water begins t0 ,ose a ^eness 

shorter times. The limLons of SS^^^^^Z h ^ beginS l ° °° Cur in even 

No. 5,41 1 ,585, the contents of which aS^n^ JSS ZM • f ""^ deSCribed in United States Pala * 
for agitation difficulty during the a diton 2^17' " n ° t0riOUS 

aqueous gels are considered to be useful compS.ons Nevertheles * accord.ng to the present invention, clear 

we,,^ 

(see, e.g., United States Patent Nos. ^lSSi^^^T^T^ maM «W**» 
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a solvent solution (for instance, Dow Corning antimicrobial agents contain 50% methanol), short term stability (stability 
of aqueous silane solutions varies from hours to several weeks only) and poor wat r solubility. For instance, while 3- 
(trimethoxysilyl)propyl-dimethyloctadecyl ammonium chloride does not suffer from water insolubility, it is unstable in 
water and also, becaus it is shipped in 50% methanol, it is overly toxic. Many other antimicrobial organosilanes, 
5 especially quaternary ammonium silicon compounds, also suffer from problems associated with physical health haz- 
ards, e.g., precautions must be taken to avoid contact with both skin and eyes, accidental spills to the surrounding 
area, flammability, and the added manufacturing steps needed in order to incorporate the such antimicrobial agents 
into other articles and surfaces, resulting in much higher manufacturing costs. 

Therefore, there exists a need for extended shelf-life, water-stable organosilane compounds, products and com- 
10 positions whereby, upon application, the active portion of the organosilane is operative for the selected application. 
Moreover, there exists a need for water-stable, organosilane compounds, products and compositions which are es- 
sentially non-toxic, non-flammable, uniformly dispersable, and simple and economical to use. 

In Provisional Application Serial No. 60/016985, a method for producing water stable organosilane solutions and 
compositions is disclosed. According to that invention, stabilization is achieved by reacting the organosilane with a 
is polyol containing at least three hydroxy groups, wherein any two hydroxy groups are separated by at least three inter- 
vening atoms. The archetypal example of such a polyol disclosed in that application being pentaerythrytol. 

In the instant application, we disclose the finding that compounds having at least two hydroxy groups stabilize 
aqueous organosilane solutions, even though there are less than three atoms separating at least two of the hydroxy! 
groups that are present in the polyol. The archetypal example of polyols of the instant invention being glucose, wherein 
20 there are several hydroxy groups, several of which are separated by no more than two intervening atoms. According, 
this invention provides for a much expanded scope of hydroxy containing compounds useful in the stabilization of 
organosilane compounds. 

Brief Summary of the Invention 

25 

The present invention fulfills these needs by providing water-stable organosilane compounds, products (i.e., the 
compounds or compositions formed from performing a specified reaction) and compositions, methods for their use, 
and articles prepared using the compounds, products, and compositions. The compounds, products, and compositions 
of the present invention are non-toxic, non-flammable, simple, and economical. 
so in particular, the present invention provides the product formed from mixing an organosilane of the formula F^SiX^ 

where n is an integer of from 0 to 3, preferably 0 to 2; each R is, independently, a nonhydrolizable organic group; and 
each X is, independently, a hydrolyzable group; with a polyol containing at least two hydroxy groups wherein any two 
hydroxy groups of the at least two hydroxy groups present are separated by less than three intervening atoms. Ac- 
cordingly, alcohols having at least two hydroxyls, carbohydrates, including monosaccharides, disaccharides, oligosac- 
35 charides, polysaccharides, modified carbohydrates, including graft and block co-polymers, partially alkylated, partially 
acylated or partially acetylated carbohydrates, carbohydrate oxidation products (e.g. glucuronic acid, mucic acid), re- 
duced carbohydrates and substituted carbohydrates (e.g. nucleosides, nucleotides, nucleic acids), are all polyols which 
are useful according to the instant invention. 

Accordingly, in one embodiment, this invention provides a water-stable composition, comprising the product or 
40 composition of the invention and water. 

In a further embodiment, the present invention provides a composition for treating a substrate, comprising a carrier 
and an effective amount of the product or compound of the invention. 

In yet another embodiment, the present invention provides a method of treating a substrate, comprising mixing 
the substrate with a sufficient amount of the product, compound or composition of the invention for a period of time 
4S sufficient for treatment of the substrate. 

In a fu rther embodiment, the present invention provides a treated substrate having adhered thereto the product, 

com pou nd or compos it idn^oflheinventionr - — 

In addition, the present invention provides a method of dyeing and treating a substrate, comprising contacting th 
substrate with an aqueous composition comprising an aqueous soluble dye suitable for dyeing a substrate and the 

so product formed from mixing an organosilane of the formula R n SiX4. n where n is an integer of from 0 to 3, preferably 0 
to 2; each R is, independently, a nonhydrolizable organic group; and each X is, independently, a hydrolyzable group; 
with a polyol containing at least two hydroxyls which are separated by less than three intervening atoms, for a period 
of time sufficient to dye and treat th substrate. 

In a further embodiment, the present invention provides a method of antimicrobially treating a food article, com- 

55 prising contacting or mixing the food article with an effective amount of the product formed from mixing an antimicrobial 
organosilane of the formula R n SiX4_ n wher n is an integ r of from 0 to 3, pref rably 0 to 2; each R is, indep ndently, 
a nonhydrolizable organic group; and each X is, independently, a hydrolyzable group; with a polyol containing at least 
two hydroxyls which are separated by less than three intervening atoms, for a period of time sufficient to antimicrobially 
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tr at the food article. 

J"^ 0 * 8 ' mbodiment. the present invention provides a method of antimicrobially coating a fluid container 
used for containing a human or animal consumable product, comprising contacting the container with an effect 
amount of the product formed from mixing an antimicrobial organosilane of the formuL FySiX, n where n is an integer 

a hyd ro yzable group, wth a polyol containing at least two hydroxyls which are separated by less than three interven nq 
atoms, for a period of time sufficient to antimicrobially coat the container. intervening 
^JT another u embodiment . th e present invention provides a method of antimicrobially coating a latex medical 

the^ u rJl a H ° r animal mediCa ' Pr0C6dUre ' COmpri8in 9 C0n,actin 9 the articla a " efiectiv r 0 um o 
he product formed from mixing an antimicrobial organosilane of the formula R^SiX*.,, where n is an integer of from 0 
to 3, preferably 0 to 2; each R ,s, independent^, a nonhydrolizable organic grou* and each X is independentlv a 
hydrolyzable group; with a polyol containing at least two hydroxyls whicS are separated by less fhan SfntSnQ 
atoms, for a period of time sufficient to antimicrobially coat the article intervening 

th„ o^Mn^' embodiment of the P resent iment ™ P™"des a method of antimicrobially treating a substrate selected 
the group cons.st.ng of a concrete pipe, a tooth brush, a comb, a hair brush, a denture an orthodontic retains TsDa 
o pool filter, an a, fitter, an HVAC air system, a cabin air system, a marble article, a statue, an exposed wo* of art 

Tbio 2 a S ^Hh er ' 8 ^ 7 T f FL ° N ® C ° a,ed fiber9 ' aSS artide ' a Dryvi * finish < a 8tucc ° fln-K blended co«on 
a b.o-f<lm, a bioadheswe, a single ply roofing, a roofing shingle, and a fiberglass reinforcement product comorteino 

Soir R %T trat h e wi,h an effect " e amount of the product ,ormed ,rom mixin 9 - «EKS5iS£S3 

oroin^ o,?n n ^ ! v " * ' nteger °' ' r0m ° 10 3l Pre,6rably 0 to 2; each R is ' independent^, a nonhydrolizabS 

whic arfse^ 3 hydr °' yZable 9r ° Up; With 3 P ° ly °' C ° ntainin9 at ' eas < ^hydroxy 

subsJrate intervening atoms, for a period of time sufficient to antimicrobially treat the 

» f^ additi ° n ' Pr6Sent inVenti ° n alS ° Pr ° VideS 3 me,h0d 0f antir "ic-obially enhancing a product of rubbing alcohol 
• ^ 3 Watefpr0 ° fin9 SOlution ' com P risi "9 ^mixing with the product an effective amount oMhe 
a orSrSn t T m k « 9 a " ant,microbial °^nosilane of the formula R n SiX 4 . n where n is an integer of from 0 to 
3, preferably 0 to 2; each R ,s, .ndependently, a nonhydrolizable organic group; and each X is. independents a hvdro^ 

for a period of time sufficient to antimicrobially enhance the product 

*n -^Tir^T of , ,his j nvention is a method f or making an organosilane of the formula f^SiX, „ where n is 
an integer o from , 0 to 3. preferably 0 to 2; each R is. independently, a nonhydrolfeable organic groSp- and^ach X is 
^ f hydr °' yZable 9rOUp; ,rom starti "9 ma,eri ^ in an aqueous solution in the presence 0^01 con 

ir, 9 ^ t r Tr^l WhiCh ^ Separa,ed by ,SSS than ,hree interveni "9 « rtfcMBwTJ^of?. 

polyol sufficient to stabifize the organosilane as it is formed from the reactants 

obvi^lZh 3 ^ 439 , 63 ° f in ? nti0n Wi " bS Set ,0rth in part in the ascription which follows, and in part will be 
obvious from the description, or may be learned by routine practice of the invention as disclosed herein The advantages 

the appended claims. It ,s to be understood that both the foregoing general description and the following detai ed 
descr,pt.on are exemplary and explanatory only and are not restrictive of the invention, as claimed 

Detailed Disclosure of the Invention 

fJ^SSSZ!^ Sn~ O0d m ° re fead% by ref6renCe t0 thS f0 " OWing detailad «^**" - P- 
un JiZ^H?TT Compounds ' products and compositions and methods are disclosed and described, it is to be 
i2f„„T t 9 K y USe , d , h r n iS ,0f th6 PUrp ° Se ° f deSCribin 9 particular embodiments only and i not 
h T , G T* ' 88 USed in S P ecifica,i0 " and th * Winded claims, the singular forms 
a, an and the include plural referents unless the context clearly dictates otherwise 

.ir O ,iI hr0U9h ° Ut h thiS applicati0a where Publications are referenced, the disclosures of these publications in their en- 

The term "alkyl" as used herein refers to a branched or unbranched saturated hydrocarbon group of 1 to 24 carbon 
atoms such as methyl (W). ethyl ("Et"), n-propyl, isopropy., *butyl, isobutyl. ^c^.d^efi^SM^SS 

ZH n°, Sy ^ ^ Hke - Pr6ferfed a,ky ' 9r ° UpS h9rein M from '*> 12 irbon atoms ZleT'TS 
T£ T1 T. P r ° m f T e t0 SiX at ° mS ' Pre,erably ,rom one t0 four car bon atoms. The term Jo W 
ntends a cyclic alkyl group of from three to eight, preferably five or six carbon atoms. "Lower alkyl alcohoSs to 
lower alkyl having attached thereto one or more hydroxy moieties, such as. but not limited to -Ch!ch OH CH rSrnm 
CH 3 , CH 2 OH, CH 2 CH 2 CH 2 OH. O V H t CH(0H W| ^^ 
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The term 'alkoxy 0 as used herein intends an alkyl group bound through a single terminal ether linkage; that is, an 
"alkoxy" group may be defined as -OR where R is alkyl as defined above. A "lower alkoxy" group int nds an alkoxy 
group containing from one to six, more preferably from one to four, carbon atoms. "Polyether" refers to a compound 
or moiety possessing multiple ether linkages, such as, but not limited to, polyethylene glycols or polypropylene glycols. 
s "Polyalkylethers" refers to alkyls interconnected by or otherwise possessing multiple ether linkages. 

As used herein, "optional" or "optionally" means that the subsequently described event or circumstance may or 
may not occur, and that the description includes instances where said event or circumstance occurs and instances 
where it does not. For example, the phrase -optionally substituted lower alkyl" means that the lower alkyl group may 
or may not be substituted and that the description includes both unsubstituted lower alkyl and lower alkyl where there 
w is substitution. 

By the term "effective amount" of a compound, product, or composition as provided herein is meant a sufficient 
amount of the compound, product or composition to provide the desired result. As will be pointed out below, the exact 
amount required will vary from substrate to substrate, depending on the particular compound, product or composition 
used, its mode of administration, and the like. Thus, it is not always possible to specify an exact "effective amount. " 

is However, an appropriate effective amount may be determined by one of ordinary skill in the art informed by the instant 
disclosure using only routine experimentation. 

The term "aryl" as used herein refers to a compound or moiety whose molecules have a ring or multiple ring 
structure characteristic of benzene, naphthalene, phenanthrene, anthracene, etc., i.e., either the six-carbon ring of 
benzene or the condensed six-carbon rings of the other aromatic derivatives, including, but not limited to phenyl, benzyl, 

20 naphthyl, benzylidine, xylyl, styrene, styryi, phenethyl, phenylene, benzenetriyl, etc. As used herein, the term "aromatic" 
refers to the group of unsaturated cyclic hydrocarbons, typified by benzene, having a 6-carbon ring containing three 
double bonds or multiple attached benzene rings. Moreover, certain five membered cyclic compounds, such as furan 
(heterocyclic), are analogous to aromatic compounds. Aromatics include the cyclic compounds based upon a benzen 
functionality, as specified for "aryl" above. Moreover, the term "cyclic" is used to refer to all aliphatic or aromatic hy- 

25 drocarbons having one or more closed rings, whether unsaturated or saturated. Preferably, cyclic compounds possess 
rings of from 5 to 7 carbon atoms, preferably 6 carbon atoms. Such rings fall into three classes: alicyclic, aromatic 
("arene"), and heterocyclic. Moreover, when used with respect to cyclic compounds or moieties, the term "unsaturated" 
refers to such compound or moiety possessing at least one double or triple bond or otherwise constituting arfaromatic 
compound or moiety. Moreover, the term "saturated" refers to compounds or moieties possessing no double or triple 

30 bonds, Le., where all available valence bonds of an atom, especially carbon, are attached to other atoms. 

The term "heteroaryl" refers to an aryl where one or more of the carbon atoms of a ring have been substituted with 
a heteroatom, including, but not limited to, O, N, or S. Similarly, the term "heterocyclic" refers to a cyclic compound or 
moiety where one or more of the carbon atoms of the ring has been substituted with a heteroatom, including, but not 
limited to O, N, or S. 

3S As used herein, especially in reference to alkyl and alkoxy, the term "lower" refers to a moiety having from 1 to 6 

carbon atoms, preferably 1 to 4 carbon atoms. 

As used herein, the term "suitable" is used to refer a moiety which is compatible with the compounds, products, 
or compositions as provided herein for the stated purpose. Suitability for the stated purpose may be determined by 
one of ordinary skill in the art using only routine experimentation. 

40 As used herein, "substituted" is used to refer, generally, to a carbon or suitable heteroatom having a hydrogen or 

other atom removed and replaced with a further moiety. In one embodiment, halogen, hydroxy, and nitrogen based 
substitutions of hydrocarbon hydrogens are contemplated as within the scope of the present invention for the claimed 
structures. Moreover, it is intended that "substituted" refer to substitutions which do not change the basic and novel 
utility of the underlying compounds, products or compositions of the present invention. "Unsubstituted" refers to a 

4$ structure wherein the reference atom does not have any further moieties attached thereto or substituted therefor. 

As used herein, "branched" is used to refer, generally, to a moiety having a carbon chain backbone, e.g., alkyl or 

alkoxy, wherein the backbone may contain one or more subordinate carbon cfiairrbT^cfresrForexam^ 

butyl, isopropyl, CH 2 CH 2 C(CH 3 )(H)CH 2 CH3, CH 2 C(CH 2 CH3)(H)CH 2 CH 3> CH 2 CH 2 C(CH 3 )CH 3 , and CH 2 CH 2 C(CH 3 ) 3 

would all be considered branched moieties. Moreover, it is intended that "branched" variations of the moieties herein 

so described refer to variations which do not change the basic and novel utility of the underlying compounds, products or 
compositions of the present invention. "Unbranched" refers to a structure wherein the carbon chain does not have any 
branches thereon, i.e., where the carbon chain extends in a direct line. 

As used herein, the t rm "acyl" refers to organic acid derived moieties of the formula RCOX where R is an organic 
molecule and X, instead of being hydroxy, is replaced with another substituent, preferably, a suitable anion. 

55 As used her in, the term "perfluoro" or "perfluoro- analog" refers to a hydrocarbon where the hydrogen atoms 

attached to carbons have been replaced with F atoms. Pr f rably, but not n cessarily, in perfluoro- analogs, most if 
not all of the H atoms ar replaced with F atoms. A "fluoro-" analog is contemplated to indicat a hydrocarbon where 
at least one hydrogen atom attached to a carbon is replaced with an F atom. 
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As used herein, "substrate" refers to any article, product, or other surface that can be treated with the inventive 
compounds, preferably as enumerated her in below under the heading Uses, as described in the Examples hereto 
and as specified in the relevant claims appended her to. Suitable substrates are generally characterized in preferably 
having a negatively charged surface of oxygen atoms, or any surface capable of electrostatically, ionically or covalently 
adhering or binding to the compounds, products, or compositions of the present invention. Preferably the adherinq or 
binding occurs at the silicon atoms of the organosilane portion of the compounds, products, or compositions of the 
present invention, but such binding is not a requirement. Therefore, as used herein, the term "adhere" is meant to refer 
to ionic, covalent, electrostatic, or other chemical attachment of a compound, product or composition to a substrate 

As used herein, the term "antimicrobially enhancing refers to the use of the compounds, products, or compositions 
of the present invention, preferably those wherein the organosilane has antimicrobial activity, along with other inqre- 
dien s surfactants, fillers, wetting agents, pigments, dyes, antimigrants, etc., tocreate a composition orsolution capable 
of fulfilling rts original purpose, based upon the other ingredients, and also of providing antimicrobial protection during 
the particular application. The term "enhance" refers to the addition of antimicrobial activity to such compositions or 
solutions where no such activity previously existed, or to the increase of antimicrobial activity wherein the starting 
compositions or solutions inherently possessed antimicrobial activity. - 

As used herein, "hydrolyzable" refers to whether the moiety is capable of or prone to hydrolysis (i.e., splitting of 
the molecule or moiety into two or more new molecules or moieties) in aqueous or other suitable media Conversely 
nonhydrolizable refers to moieties that are not prone to or capable of hydrolysis in aqueous or other suitable media 
_ As used herein, "cationic" is used to refer to any compound, ion or moiety possessing a positive charge. Moreover' 
anionic .s used to refer to any compound, ion or moiety possessing a negative charge. Furthermore, "monovalent" 
and diva en are used to refer to moieties having valances of one and two, respectively. Moreover, as used herein 
the term salt is meant to apply in its generally defined sense as "compound formed by replacing all or part of the 

K^MoaT-r? m , W " h „? ne ° r m ° re Cati ° nS ° f 3 b3Se - " See - eg - American Herita 9 e Dicti0 ^-y. Definition of 
Salt (1 981 ). Therefore, suitable salts for the present invention may be formed by replacing a hydrogen ion of a moiety 

with a cat.on such as K ♦, Na*. Ca* Mg** etc. In addition, other suitable methods of generating salts are specified 

throughout this specrfication and are within the scope of the present definition. It is believed that, for the purposes of 

the present invention, the specific identity of the cation used forforming the salt is of lesser importance than the chemical 

structure of the anion of which the salt is formed. 

As used herein, "food article" refers to perishable or nonperishable foods such as meats, fruits and vegetables 
and also refers to other foods such as grains and dairy products. In preferable embodiments, the food articles referred 
to herein are those which are perishable or prone to spoilage upon exposure tomicrobes or other pathogens In addition 
a consumable product" is meant to refer to food articles, fluids for drinking, medicines for ingestion or any other product 
introduced internally via any means into a human or animal. " 

As used herein, the term "antimicrobial" is used in its general sense to refer to the property of the described 
compound, product, composition or article to prevent or reduce the growth, spread, formation or other livelihood of 
organisms such as bacteria, viruses, protozoa, molds, or other organisms likely to cause spoilage or infection 

As used herein, the term "medical article" is used to refer to any suitable substrate which is or may come into 
contact with medical patients (human or animal), medical care givers, bodily fluids, or any other source of contamination 
or infection generally associated with hospitals, clinics, physician's offices, etc 

As used herein, the term "stabilizer" is used to refer to the class of polyols containing at least two hydroxyls which 
are separated by less than three intervening atoms. Such compounds have been found to stabilize the organosilanes 
of the invention by preventing self-condensation or other inactivation of the resulting compounds and products 

As used herein, the terms "polyol" and "stabilizer" are used interchangeably to describe a molecule having at least 
two hydroxyls separated by no more than two atoms. 

-a,. o na ," y ' U," ,ermS ° hal09en ° are used t0 refer t0 Fluori ne "F", Chlorine "CI", Bromine "Br", Iodine "I", and Astatine 
At Preferably, halogen or halide refers to F, CI, or Br. The term "halide" is meant to include these halogens 

With these definmons in mind, the present invention provides the product formed from mixing an organosilane of 
the formula R^iX,.,, where n is an integer of from 0 to 3, preferably 0 to 2; each R is, independent^, a nonhydrolizable 
organic group; and each X is, independently, a hydrolyzable group; with a polyol containing at least two hydroxyls 
which are separated by less than three intervening atoms (i.e. regardless of the total number of hydroxy groups in the 
compound, there are at least two which are separated by less than three intervening atoms) 

More preferably, in the above product, n is an integer from 0 to 2, preferably 1; each R is, independently, alkyl, 
preferably of from 1 to 22 carbon atoms branch d or unbranched, substituted or unsubstituted, more preferably of from 
1 to 6 carbon atoms or from 10 to 20 carbon atoms, most preferably of from 1 to 4 carbon atoms or of from 14 to 18 
carbon atoms; alkyl alcohol of similar carbon lengths, branching and substitution, or aromatic, such as benzyl phenyl 
etc ; each X is, independently, hydroxy, alkoxy, halogen (such as, but not limited to, CI, Br, I. or F), acetyl acetoxy 
acyl a hydroxylated solid or liquid polymeric moiety, polyether or polyalkylether; and th polyol is an alcohol having at 
least two hydroxyls, a carbohydrate, including a monosaccharide, a disaccharide, an oligosaccharide, a polysaccha- 
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ride, a modified carbohydrate, including a graft or block co-polymers, a partially alkylated, acylated or acetylat d car- 
bohydrate, a carbohydrate oxidation product (e.g. glucuronic acid, mucic acid), reduced carbohydrates, substituted 
carbohydrate or substituted carbohydrate polymers (e.g. nucleosides, nucleotides, nucleic acids). In one embodiment, 
the polyol is a simple monosaccharide, such as glucose, fucose, fructose. In a further embodiment, the polyol is an 
oligomeric sugar (e.g. a dimer, such as sucrose, a trimer, a tetramer, etc). In another embodiment, the polyol is mannitol, 
ascorbic acid, glyoxal or a nucleoside. Where ascorbic acid or like compound is used as the polyol, it is frequently 
desirable to include an antioxidant in the composition, to prevent oxidation of the ascorbic acid. In another embodiment, 
the polyol is an oxidized sugar, such as glucuronic acid. In another embodiment, the polyol is a polymeric carbohydrate, 
such as cellulose, partially hydrolyzed cellulose, partially hydrolyzed cellulose acetate, starch, 'soluble starch, a starch 
acrylic acid graft copolymer. As a source of certain of these polyols, cost-effective carbohydrate and even complex 
carbohydrate compositions include corn syrup, honey or like compositions. In order to control bacterial growth, these 
compositions may optionally include a preservative, such as benzoic acid, which is acceptable for human applications, 
and which provides an antibacterial function. This is particularly important where the organosilane to be stabilized does 
not itself have antimicrobial activity, and is much less significant where the organosilane itself is antibacterial. 

In a further embodiment of the present invention, the invention provides the product described above, wherein the 
organosilane is of the formula II, III, IV, or V: 



(R 1 ) 3 SiR 2 N + (R 3 )(R 4 )(R 5) Y' ( | }) 
(R 1 ) 3 SiR 2 N(R 3 )(R 4 ) 

25 (Ri) 3 SiR 2 R 35 (IV) 

( R i)2 Si (R36)(R 37 ) (V) 



wherein each ^ is, independently, halogen or RgO, where R e is H, alkyl of from 1 to about 22 carbon atoms, acetyl, 
acetoxy, acyl, propylene glycol, ethylene glycol, polyethylene glycol, polypropylene glycol; block and copolymers of 
ethylene and propylene glycol, the alkyl monoether of from 1 to 22 carbons of propylene glycol, ethylene glycol, poly- 
ethylene glycol, polypropylene glycol; block and copolymers of ethylene and propylene glycol or the monoester of a 
carbonic acid of from 1 to 22 carbons and propylene glycol, ethylene glycol, polyethylene glycol, polypropylene glycol; 
block and copolymers of ethylene and propylene glycol; octyphenol; nonylphenol; and sorbitan ethers* 
R 35 is H, halogen (such as CI, Br, F, or I), NH 2 (CH 2 ) 2 NHR 2 , NH 2 R 2 , C 3 H 5 0 2 R 2 , C 4 H 5 0 2 R 2l NaO(CH 3 0)P(0)R 2 , or 
CICH 2 C 6 H 4 R 2 ; R 36 and R 37 are, independently, halogen, H, alkyl of from 1 to about 8 carbon atoms, preferably of from 
1 to 4 carbon atoms, more preferably of from 1 to 2 carbon atoms, isobutyl, phenyl, or noctyl; R 2 is benzyl, vinyl or 
alkyl of from 1 to about 3 carbon atoms; R 3 and R 4 are, independently, lower alkyl alcohol of from 1 to 4 carbon atoms, 
lower alkoxy of from 1 to 4 carbon atoms, alkyl of from 1 to about 22 carbon atoms, preferably 1 to about 10 carbon 
atoms, more preferably alkyl of from 1 to 4 carbon atoms, or more preferably of from 1 to 2 carbon atoms; or FVj and 
R 4 can, together, form a morpholine or cyclic or heterocyclic, unsaturated or saturated, five to seven-membered ring 
of the formula VI: 

- R 3-( R 7)k- R 4- (VI) 



where k is an integer from 0 to 2, preferably 0 to 1 , most preferably 1 , F^, where the ring is saturated is CH 2 O S 
50 NH, NH 2 + , NCH 2 CH 2 NH 2 , NCH 2 CH 2 NH 3 + NCH 2 CH 2 N(R 8 )(R 9 ), NCH 2 CH 2 N+(R e )(R 9 )(R 1o)> N(alkyl). N(aryl), N(ben- 
zyl), where each R 8 , R 9 , and R 10 is, independently, benzyl, polyether, lower alkyl alcohol of from 1 to 4 carbon atoms, 
lower alkoxy of from 1 to 4 carbon atoms, or alkyl of from 1 to about 22 carbon atoms, preferably 1 to about 10 carbon 
atoms, and the "alkyl 0 specified above is of from 1 to 22 carbon atoms, more preferably of from 1 to 10 carbon atoms, 
most preferably of from 1 to 3 carbon atoms, the n aryl" is more pr f rably phenyl or benzyl, and F^, where the ring is 
55 unsaturated is, CH, N, N + H, N+(alkyl), N+(aryl), N+(benzyl), N-CH 2 -N, N+H-CH 2 -N. N+(alkyl)-CH 2 -N, N+<aryl)-CH 2 -N, 
or N + (benzyl)-CH 2 -N where the alkyl, aryl, or benzyl is as described above; wherein th ring is unsubstituted or sub- 
stituted with alkyl of from 1 to 22 carbon atoms, more preferably of from 1 to 10 carbon atoms, most preferably of from 
1 to 3 carbon atoms, ester, aldehyde, carboxylate (pr ferably acetoxy, ac tyl, acyl or perfluorocarboxylate), amide, 
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thionamide, nitto, amine, or halide, most preferably CI, Br, or I; R 5 is lower alkyl alcohol, preferably of from 1 to 6 carbon 
atoms, more preferably of from 1 to 4 carbon atoms, CH 2 C 6 H 5 , polyeth r, such as a polyethyleneglycol or a polypro- 
pylene glycol, alkyl of from 1 to 22 carbon atoms, more preferably of from 1 to 10 carbon atoms, most preferably of 
from 1 to 6 carbon atoms, alkoxy, of from 1 to 22 carbon atoms, more preferably of from 1 to 10 carbon atoms most 
preferably of from 1 to 6 carbon atoms, perfluoroalkyl, of from 1 to 22 carbon atoms, more preferably of from 1 to 10 
carbon atoms, most preferably of from 1 to 6 carbon atoms, perfluoroalkylsulfonate, of from 1 to 22 carbon atoms 
more preferably of from 1 to 1 0 carbon atoms, most preferably of from 1 to 6 carbon atoms, or perfluoroalkylcarboxylate' 
or is a five to seven-membered ring of formula VI as described above; and V is a suitable anionic moiety to form the 
salt of the compound of formula II, III , IV or V. 

This invention provides a water stable composition, comprising water and the organosilane, mixed with the polyol 

In addition, the present inventbn also provides a composition for treating a substrate, comprising a carrier and an 
effective amount of an organosilane and a polyol as described herein. In an alternate embodiment, the present invention 
provides a composition for treating a substrate, comprising a carrier and an effective amount of the compound as 
described above. In further embodiments, the carrier is other than water. 

In a further embodiment, the organosilane is 3-(trimethoxysilyl)propyldimethyloctadecyl ammonium chloride 3- 
(trimethoxysilyl)propylmethyldi(decyl) ammonium chloride, 3-chloropropyltrimethoxysilane, octadecyltrimethoxysilane 
or perfluorooctyltriethoxysilane and the polyol is an alcohol having at least two hydroxyls, carbohydrates including 
monosaccharides, disaccharides, oligosaccharides, polysaccharides, modified carbohydrates, including' graft and 
block co-polymers, partially alkylated, acylated or acetylated carbohydrates, carbohydrate oxidation products (eq 
glucuronic acid, mucic acid), reduced carbohydrates and substituted carbohydrates (e.g. nucleosides nucleotides 
nucleic acids). 1 

In yet another embodiment, the organosilane is 

(CH 3 0)3Si(CH 2 )3N-(CH 3 ) 2 C ie H 37 C|-, (CH 3 0)3Si(CH 2 ) 3 N+(CH3) 2 C 18 H3 7 Br, 
(CH 3 O)3Si(CH 2 )3N+(C 10 H 21 ) 2 CH3C|-. (CH 3 O) 3 Si(CH 2 )3N+(C 10 H 21 ) 2 CH 3 Br, 
(CH 3 0)3Si(CH 2 )3N*(CH3)3C|-. (CH 3 0) 3 Si(CH 2 ) 3 N*(CH 3 ) 2 C 8 H 17 C|-, 
(CH 3 O) 3 Si(CH 2 ) 3 N+(CH 3 ) 2 C 10 H 21 Cr, (CH 3 0) 3 Si(CH 2 ) 3 N*(CH 3 ) 2 C 12 H 2S Cf-, 
(CH 3 0) 3 S.(CH 2 ) 3 N*(CH 3 ) 2 C 14 H 29 C|-, (CH 3 0) 3 Si(CH 2 ) 3 N*(CH 3 ) 2 C 16 H 33 C|-, 
(CH 3 O) 3 Si(CH 2 ) 3 N*(CH3) 2 C 20 H 41 C|-. (CH 3 0)3Si(CH 2 ) 3 N+(C 4 H 9 ) 3 C|-, 
(CH 3 0)3Si(CH 2 )3N*(C 2 H s ) 3 C|-, (CH 3 CH 2 0)3Si(CH 2 ) 3 N*(CH3) 2 C 18 H 27 C|-, 
(CH 3 0)3Si(CH 2 ) 3 NHC(0)(CF 2 ) 6 CF3, (CH 3 0)3Si(CH 2 ) 3 NHC(0)(CF 2 ) e CF3, 
(CH 3 O)3Si(CH 2 ) 3 NHC(O)(CF 2 ) 10 CF3, (CH 3 0)3Si(CH 2 )3NHC(0)(CF 2 ) 12 CF 3 , 

(CH 3 0)3Si(CH 2 ) 3 NHC(0)(CF 2 ) 14 CF3, (CH 3 0)3Si(CH 2 )3NHC(0)(CF 2 ) 16 CF 3 , 
(CH 3 0)3Si(CH 2 ) 3 NHS0 2 (CF 2 ) 7 CF3, 

(CH 3 0)3Si(CH 2 )3N*(CH 3 ) 2 (CH 2 )3NHC(0)(CH 2 ) 6 CH3, 

(CH 3 0)3Si(CH 2 )3N*(CH3) 2 (CH 2 ) 3 NHC(0)(CH 2 ) 8 CH3, 

(CH 3 O)3Si(CH 2 )3N+(CH 3 ) 2 (CH 2 )3NHC(O)(CH 2 ) 10 CH3, 

(CH30) 3 Si(CH 2 )3N*(CH 3 ) 2 (CH 2 )3NHC(0)(CH 2 ) 12 CH3, 

(CH 3 0)3,Si(CH 2 ) 3 N+(CH3) 2 (CH 2 )3NHC(0)(CH 2 ) 14 CH3, 

(CH30)3Si(CH 2 ) 3 N*(CH3) 2 (CH 2 )3NHC(0)(CH 2 ) 16 CH3, 

(CH 3 0)3Si(CH 2 )3N+(CH3) 2 (CH 2 ) 3 NHC(0)(CF 2 ) s CF3, 

(CH 3 0)3Si(CH 2 )3N*(CH3) 2 (CH 2 )3NHC(0)(CF 2 ) 8 CF3, 

(CH 3 O) 3 Si(CH 2 )3N + (CH3) 2 (CH 2 )3NHC(O)(CF 2 ) 10 CF3, 

(CH30) 3 Si(CH 2 )3N+(CH3) 2 (CH 2 )3NHC(0)(CF 2 ) 12 CF 3l 

(CH 3 0)3Si(CH 2 )3N*(CH3) 2 (CH 2 ) 3 NHC(0)(CF 2 ) 14 CF3, 

(CH 3 0)3Si(CH 2 )3N*(CH3) 2 (CH 2 ) 3 NHC(0)(CF 2 ) 16 CF3, 

(CH 3 0)3Si(CH 2 )3N*(CH 3 ) 2 (CH 2 )3NHSO 2 (CF 2 ) 7 CF3, 

(CH30) 3 Si(CH 2 )3N+(CH 3 ) 2 (CH 2 )3NHS0 2 (CF 2 ) 9 CF 3 , 
(CHaOJaSifCHs^N^CHa^CHaJgNHSO^CFaJ^CFa, 
(CH 3 0)3Si(CH 2 )3N+(CH3) 2 (CH 2 )3NHS0 2 (CF 2 ) 13 CF3, 
(CH 3 0)3Si(CH 2 ) 3 N + (CH3) 2 (CH 2 )3NHS0 2 (CF 2 ) 1 S CF 3 , or 
(CH 3 0)3Si(CH 2 )3N + (CH 3 ) 2 (CH 2 )3NHS0 2 (CF 2 ) 16 CF3. 

Moreover, in still another embodiment, the organosilane is NH 2 (CH 2 ) 2 NH(CH 2 )3Si(OCH 3 ) 3 , NH 2 (CH 2 ) 3 Si(OCH,), 
NH 2 (CH 2 ) 3 Si(OCH 2 CH 3 ) 3 . CI(CH 2 ) 3 Si(OCH3) 3 , CI(CH 2 ) 3 Si(OCH 2 CH ) , CI(CH 3 SiCI 3 , C H 5 Q 2 CH 2 Si OCH ' 

(OH 2 ) 3 Si(OH) 3 , SiHCI 3 , n-2-vmylbenzylamino-ethyl-3-aminopropyltrimethoxysilan HCL, H;>C=CHSi(OCOCH,1, 
H 2 C = CHSi(OCH 3 ) 3 . H 2 C=CHSi(OCH 2 CH 3 )3. H 2 C=CHSiCI 3 , (CH 3 ) 2 SiCI 2 , (CH 3 ) 2 Si(OCH 3 ) 2 ,(C 6 H 5 ) 2 SiCI 2 , (C 2 H 5 i 
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SiCI 3 , (C 2 H 5 )Si(OCH 3 ) 3 , (C 2 H 5 )Si(OCH 2 CH 3 ) 3 , isobutyltrimethoxysilane, n-octyltriethoxysilane, CH 3 (C 6 H s )SiCI 2 , 
CH 3 SiCI 3 , CH 3 Si(OCH 3 ) 3> C 6 H 5 SiCI 3 , C 6 H 5 Si(OCH 3 ) 3 , C 3 H 7 SiCI 3 , C 3 H 7 Si(OCH 3 ) 3 , SiCI 4> CICH 2 C 6 H 4 CH 2 CH 2 SiCI 3n> 
CICH 2 C 6 H 4 CH 2 CH 2 Si(OCH 3 ) 3> CICH 2 C 6 H 4 CH 2 CH 2 Si(OCH 2 CH 3 ) 3> decyltrichlorosilane, dichloromethyl(4-methyl- 
phenethyl)silane, diethoxymethylphenylsilane, [3-(diethylamino)propyl]trimethoxysilane, 3-(dimethoxymethylsilyl)- 
1 -propanediol, dimethoxymethylvinylsilane, 3-[tris(trimethylsilyloxy)silyI]propyl methacrylate, trichloro[4-(chlorome- 
thyl)phenyl]silane, methylbis(trimethylsilyloxy)vinylsilane, methyltripropoxysilane, or trichlorocyclopentylsilane. 

Moreover, the present invention also provides a product from mixing an organosilane of the formula II, III, IV, or V: 

(R 1 ) 3 SiR 2 N*(R 3 )(R 4 )(R 5 )Y (||) 



(R 1 ) 3 SiR 2 N(R 3 )(R 4 ) (Mi) 



(R 1 ) 3 SiR 2 R 35 (iv) 



(R 1 ) 2 Si(R 36 )(R 37 ) (V) 

as substantially previously described with reference to the formula numbers II, III, IV and V, with alcohols having at 
least two hydroxyls, carbohydrates, including monosaccharides, disaccharides, oligosaccharides, polysaccharides, 
modified carbohydrates, including graft and block co-polymers, partially alkylated, acylated or acetylated carbohy- 
drates, carbohydrate oxidation products (e.g. glucuronic acid, mucic acid), reduced carbohydrates and substituted 
carbohydrates (e.g. nucleosides, nucleotides, nucleic acids). 

In addition, the present invention also provides a method of treating a substrate, comprising contacting the sub- 
strate with a sufficient amount of the composition as described above for a period of time sufficient for treatment of the 
substrate. Moreover, in an alternate embodiment, the present invention provides a method of treating a substrate, 
comprising contacting the substrate with a sufficient amount of the compound as described above for a period of time 
sufficient for treatment of the substrate. 

In addition, the present invention provides a treated substrate having adhered thereto the product produced by 
contacting the organosilane and the polyol as described above. Alternatively, the present invention provides a treated 
substrate having adhered thereto a compound produced by contacting the organosilane and the polyol as described 
above. 

In yet another embodiment, the present invention provides a method of dyeing and treating a substrate, comprising 
contacting the substrate with an aqueous (i.e., substantially water soluble) composition comprising an aqueous soluble 
dye suitable for dyeing a substrate and the product formed from mixing an organosilane of the formula F^SiX^ where 
n is an integer of from 0 to 3, preferably 0 to 2; each R is, independently, a nonhydrolizable organic group; and each 
X is, independently, a hydrolyzable group; with a polyol comprising at least two hydroxy groups, wherein at least two 
such groups are separated by less than three intervening atoms, for a period of time sufficient to dye and treat th 
substrate. 

In a further preferred embodiment, the present invention provides a method of antimicrobially treating a food article, 
comprising contacting the food article with an effective amount of the product formed from mixing an antimicrobial 
organosilane of the formula R n SiX 4 . n where n is an integer of from 0 to 3, preferably 0 to 2; each R is, independently, 
a nonhydrolizable organic group; and each X is, independently, a hydrolyzable group; with a polyol comprising at least 
jw^ydroxy groups, wherein at least two such groups are separated by less than three intervening atoms, for a period 
of time sufficient to antimicrobially treat the food article. ~~ 

In yet another embodiment, the present invention provides a method of antimicrobially coating a fluid container 
used for containing a human or animal consumable product, comprising contacting the container with an effective 
amount of the product formed from mixing an antimicrobial organosilane of the formula RnSiX^ where n is an integer 
of from 0 to 3, preferably 0 to 2; each R is, independently, a nonhydrolizable organic group; and each X is, independently, 
a hydrolyzable group; with a polyol comprising at least two hydroxy groups, wh r in at least two such groups are 
separated by less than three intervening atoms, for a period of time suffici nt to antimicrobially coat the contain r. 

Moreover, in yet another embodiment, the present invention provides a method of antimicrobially coating a latex 
medical article for use in a human or animal medical procedure, comprising contacting the article with an effective 
amount of the product formed from mixing an antimicrobial organosilane of th formula R n SiX 4 . n where n is an int ger 
of from 0 to 3, preferably 0 to 2; each R is, indep ndently, a nonhydrolizable organic group; and each X is, independently, 
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a hydrolyzable group; with a polyol comprising at least two hydroxy groups, wherein at least two such groups are 
separated by less than three intervening atoms, for a p riod of time sufficient to antimicrobially coat the article In a 
further mbodiment of this method, the article is a surgical glove. 

In yet another embodiment, the present invention provides a method of antimicrobially treating a substrate selected 

s from the group consisting of a concrete pipe, a tooth brush, a comb, a hair brush, a denture, an orthodontic retainer 
a spa or pool filter, an air filter, an HVAC air system, a cabin air system, a marble article, a statue, an exposed work of 
art, an HDP plastic cover, a silicone or TEFLON® coated fiberglass article, a Dryvitt finish, a stucco finish, blended 
cotton, a bio-film, a bioadhesive, a single ply roofing, a roofing shingle, and a fiberglass reinforcement product com- 
prising contacting the substrate with an effective amount of the product formed from mixing an antimicrobial organosi- 

10 lane of the formula R^iX^ where n is an integer of from 0 to 3, preferably 0 to 2; each R is, independently, a nonhy- 
drolizable organic group; and each X is. independently, a hydrolyzable group; with a polyol comprising at least two 
hydroxy groups, wherein at least two such groups are separated by less than three intervening atoms, for a period of 
time sufficient to antimicrobially treat the substrate. 

Moreover, in yet another embodiment, the present invention provides a method of antimicrobially enhancing a 
product of rubbing alcohol, a flower preservative, or a waterproofing solution, comprising admixing with the product an 
effective amount of the product formed from mixing an antimicrobial organosilane of the formula FLSiX. where n is 
an integer of from 0 to 3, preferably 0 to 2; each R is, independently, a nonhydrolizable organic group; and each X is 
independently a hydrolyzable group; with a polyol comprising at least two hydroxy groups, wherein at least two such 
groups are separated by less than three intervening atoms, for a period of time sufficient to antimicrobially enhance 
20 the product. 

The present invention provides water-stabilized and/or solubilized organosilane compounds, products and com- 
positions, methods of their use, and articles prepared using the compounds, products and compositions. In particular, 
the present invention is useful in stabilizing a broad variety of organosilanes of the general formula FLSiX. where n 
is an integer of from 0 to 3, preferably 0 to 2; R is a nonhydrolizable organic group, such as but not limited to alkyl 
aromatic, organofunctional, or a combination thereof; and X is halogen, such as but not limited to, CI, Br or I or X is 
hydroxy, alkoxy such as methoxy or ethoxy, acetoxy. or unsubstituted or substituted acyl. For such organosilanes X 
is prone to react with various hydroxyl containing molecules. 

In a further embodiment, the present invention employs from about 0.001% to about 20% by weight of an orga- 
nosilane containing hydrolyzable groups and from about 0.01 to about 20.0 weight equivalents, preferably from about 
0. 1 to about 5 weight equivalents of a polyol stabilizer of the invention. This preparation is preferable for water soluble 
stabilizers, such as glucose, sucrose, glucuronic acid, nucleosides, nucleotides, polynucleotides. Alternatively, where 
the stabilizers are not sufficiently water-soluble, additional stability is achieved by mixing the organosilane with the 
stabilizer in a non-aqueous solvent. In such an alternative preparation, the remaining solvent (e.g., methanol) is liber- 
ated via distillation, freeze-drying, evaporation or other methods known in the art for removal or volatile organic solvents 
For polyols within this invention that are themselves not very soluble in water, an organdsilane stabilizing effect may 
still be achieved by admixing the organosilane with, for example, a carbohydrate in water, followed by filtration The 
filtrate may thus be stabilized while still exhibiting a desirable property, such as antimicrobial activity. Where the orga- 
nosilane is not an ant.microbial agent, spectral evidence of the compound's presence is useful to demonstrate the 
compound's presence. These methods provide stable, clear solutions of the organosilane which are capable of coatinq 
surfaces with the organosilane upon treatment of the surface with the solution. 

The solutions are stable for extended periods, from several days to several months. It will also be recognized that 
wh.le aqueous siloxane stock solutions of up to 20% siloxane may be stabilized by polyols disclosed herein working 
siloxane concentrations tend to be in the 0.001 -5% siloxane range where the stabilization effects of the herein disclosed 
stabilizers are less challenged by the higher siloxane concentrations required in stock solutions 

The solutions of the present invention are, in certain preferred embodiments, useful for the application of various 
organosilane coupling agents to surfaces in industrial and household uses without the use of toxic and/or flammable 
organ.c solvents. One of ordinary skill in the art would recognize that the above preparation steps are merely guidelines 
and such a person would, without undue experimentation, be able to prepare the composition by varying the parameters 
for contacting or mixing the organosilane and the polyol and order of introduction of reagents and starting materials 
without deviating from the basic and novel characteristics of the present invention. 



Silanes 



55 



The present invention is useful for stabilizing organosilanes of the general formula FLSiX 4 „ where n is an int ger 
of from 0 to 3, preferably 0 to 2; R is a nonhydrolizable organic group (alkyl, aromatic, organofunctional or a combination 
ther of); and X is hydroxy, alkoxy, preferably methoxy or ethoxy, halogen, preferably CI, Br. or I, ac toxy. acyl or sub- 
stituted acyl, or a hydrolyzable polymer or other moiety prone to hydrolysis and/or environmental harmf ulness 

The organosilanes used in the practice of the pr sent inv ntion ne d not be, and often are not, water soluble By 
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varying the stabilizer and preparation method, the organosilanes selected for use in the present invention are solubiiized 
in water by the stabilizer. 

Numerous art-known organosilanes are suitable for the present stabilization procedur s to produce wat r-stabi- 
lized compounds, products and compositions. United States Patents 5,411,585; 5,064,613; 5,145,592, and the publi- 

s cation ntitled "A Guide to DC Silane Coupling Agent" (Dow Corning, 1 990) disclos many suitable organosilanes. The 
contents of these references are hereby incorporated in their entirety herein by this reference for the teachings of 
suitable organosilanes. These organosilanes are suitable for the formation of the water-stabilized organosilane com- 
pounds, products and compositions of the present invention. In addition, the disclosure of U.S. Patent No. 4,390,712 
is hereby incorporated by reference for its teaching of siloxane synthesis in an aqueous medium. Per the instant dis- 

10 closure, those skilled in the art will appreciate that the aqueous siloxane synthesis methods of the 4,390,712 patent 
are modified to advantage by performing the siloxane synthesis in the presence of the polyol stabilizer as defined 
herein, thereby forming a stabilized siloxane-water composition while still taking advantage of the accelerated kinetics 
of siloxane formation in aqueous media noted in the 4,390,712 patent. Accordingly, 

a further embodiment of this invention is a method for making an organosilane of the formula RnSiX^n where n 

is is an integer of from 0 to 3, preferably 0 to 2; each R is, independently, a nonhydrolizable organic group; and each X 
is, independently, a hydrolyzable group; from starting materials in an aqueous solution in the presence of a polyol 
containing at least two hydroxyls which are separated by less than three intervening atoms in an effective amount of 
the polyol sufficient to stabilize the organosilane as it is formed from the reactants. 

Preferred silanes for use in the compounds, products and compositions and methods of the present invention 

20 include silanes of the following formula: 

(R 1 ) 3 SiR 2 N + (R 3 )(R 4 )(R 6 )Y" or (R 1 ) 3 SiR 2 N + C 5 H 5 Y" 

25 wherein each R, is, independently, halogen [CI, Br, I, F] or RgO, where Rg is H, alkyl of from 1 to about 6 carbon atoms, 
unsubstituted or substituted, preferably from 1 to about 2 carbon atoms and more preferably 1 carbon atom, or acetyl- 
or other acyl, including substituted acyl, or R e O can be derived from any hydroxylated polymer, hydroxylated liquid, or 
hydroxylated solid regardless of water solubility, or R e O can be derived from any polyether such as, but not limited to, 
polyethyleneglycols or polypropyleneglycols, such as poly(propyleneglycol)triol (glycerol propoxylate); Ffe is unsubsti- 

30 tuted or substituted benzyl- or an unsubstituted or substituted alkyl of from 1 to about 3 carbon atoms, preferably alkyl 
of from 1 to 22 carbon atoms; R 3 and R 4 are, independently, lower alkoxy of from 1. to 4 carbon atoms, preferably of 
2 carbon atoms, such as CH 2 CH 2 OH, CH 2 CH(OH)CH 3 , alkyl of from 1 to about 22 carbon atoms, preferably from 1 to 
about 10 carbon atoms and most preferably from 1 to 2 carbon atoms or R 3 and R 4 can, together, form a morpholine 
or other cyclic or heterocyclic, unsaturated or saturated, five to seven-membered ring of the formula: 

35 

* R 3"( R 7)k' R 4- 

where k is an integer from 0 to 2 and R 7 , where the ring is saturated, is CH 2 , O, S, NH, NH 2 \ NCH 2 CH 2 NH 2 , 
40 NCH 2 CH 2 NH 3 +, NCH 2 CH 2 N(R 8 )(R 9 ), NCH 2 CH 2 N + (R 8 )(R 9 )(R 10 ), N(alkyl), N(aryl), N(benzyl), and R 7 , where the ring 
is unsaturated is, N, N + H, N+(alkyl), N + (aryl), N+(benzyl), N-CH 2 -N, N+H-CH 2 -N, N+(alkyl)-CH 2 -N, N + (aryl)-CH 2 -IM, or 
N + (benzyl)-CH 2 -N where R 8 , R 9 , and R 10 are, independently, benzyl, polyether, lower alkyl alcohol of from 1 to4 carbon 
atoms, lower alkoxy of from 1 to 4 carbon atoms, or alkyl of from 1 to about 22 carbon atoms, preferably 1 to about 10 
carbon atoms; R 5 is CH 2 C 6 H 5 , CH 2 CH 2 OH, CH 2 CH(OH)CH 3 , a polyether such as polyethyleneglycol: -(CH 2 CH 2 0) a H, 
45 polypropyleneglycol: -(CH 2 CH(CH 3 )0) a H, or alkylated polyoxyethylene: (CH 2 CH 2 0) a B where B is alkyl of from 1 to 22 
car bon atoms, unsubstituted or substituted, and where each a is, independently, an integer of from 1 to 12, more 
f^ie^abiy~oiTrom~abouT 

from about 1 2 to about 20 carbon atoms and even more preferably from 1 4 to about 1 8 carbon atoms; and Y is halogen 
(such as CI, Br, I), acetate, sulfate, tosylate or carboxylate, such as acetate, polycarboxy late salts, functionalized car- 
50 boxylate, such as trifluoroacetate and perfluoroalkylcarboxylates, or other alkyl and arylsulfonate salts, including trrf- 
luoromethylsulfonate and perfluoroalkylsulfonate salts, phosphate and phosphonate salts, borate and boronate salts 
or any other suitable anionic moiety. 

Pref rred organosilanes includ , but are not limited to: 

55 3-(trimethoxysilyl)propyldimethyloctadecyl ammonium chloride, 

3-(trimethoxysilyl)propylmethyldi(decyl) ammonium chloride, 
3 -chloropropyltrimethoxylsilane, 
octadecyltrimethoxysilane, 
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perfluorooctyltriethoxysilane, 

(CH 3 0) 3 Si(CH 2 ) 3 N*(CH 3 ) 2 C 18 H 37 CI-, 

(CH 3 0) 3 Si(CH 2 ) 3 N+(CH 3 ) 2 C, 8 H 37 Br, 

(CH 3 O) 3 Si(CH 2 ) 3 N+(C 10 H 21 ) 2 CH 3 Cr 

(CH 3 O) 3 Si(CH 2 ) 3 N+(C 10 H 21 ) 2 CH 3 Br, 

(CH 3 0) 3 Si(CH 2 ) 3 N+(CH 3 ) 3 C|-, 

(CH 3 0) 3 Si(CH 2 ) 3 N+(CH 3 ) 2 C 8 H 17 Cr, 

(CH 3 O) 3 Si(Ch 2 ) 3 N+(CH 3 ) 2 C 10 H 21 CI-, 

(CH 3 0) 3 Si(CH 2 )3N + (CH 3 ) 2 C 12 H 25 C|-, 

(CH 3 0) 3 Si(CH 2 ) 3 N+(CH 3 ) 2 C 14 H 29 C|-, 

(CH 3 0) 3 Si(CH 2 ) 3 N*(CH 3 ) 2 C 16 H3 3 C|-, 

(CH 3 O) 3 Si(CH 2 ) 3 N+(CH 3 ) 2 C 20 H 41 C|-, 

(CH 3 0) 3 Si(CH 2 ) 3 N+(C 4 H 9 ) 3 CI-, 

(CH 3 0) 3 Si(CH 2 ) 3 N + (C 2 H s ) 3 Cr, 

(CH 3 CH 2 0) 3 Si(CH 2 ) 3 N+(CH 3 ) 2 C 18 H 27 C|-, 

(CH30) 3 Si(CH 2 )3NHC(0)(CF 2 ) 6 CF3, 

(CH 3 0)3Si(CH 2 ) 3 NHC(0)(CF 2 ) 8 CF3, 

(CH3O) 3 Si(CH 2 ) 3 NHC(O)(CF 2 ) 10 CF 3 , 

(CH30) 3 Si(CH 2 )3NHC(0)(CF 2 ) 12 CF 3 , 

(CH 3 0)3Si(CH 2 ) 3 NHC(0)(CF 2 ) 14 CF 3 , 

(CH 3 0) 3 Si(CH 2 ) 3 NHC(0)(CF 2 ) 16 CF 3> 

(CH 3 0) 3 Si(CH 2 )3NHS0 2 (CF 2 ) 7 CF 3 , 

(CH30)3Si(CH 2 ) 3 NnCH3) 2 (CH 2 ) 3 NHC(O)(CH 2 ) 6 CH3, 

(CH 3 0) 3 Si(CH 2 ) 3 N*(CH 3 ) 2 (CH 2 ) 3 NHC(O)(CH 2 ) 8 CH 3 , 

(CH 3 O) 3 Si(CH 2 ) 3 N*(CH3) 2 (CH 2 ) 3 NHC(O)(CH 2 ) 10 CH 3 , 

(CH 3 0) 3 Si(CH 2 ) 3 N*(CH 3 ) 2 (CH 2 ) 3 NHC(0)(CH 2 ) 12 CH 3 , 

(CH 3 0)3Si(CH 2 ) 3 N*(CH 3 ) 2 (CH 2 ) 3 NHC(O)(CH 2 ) 14 CH 3 , 

(CH30) 3 Si(CH 2 )3N*(CH 3 ) 2 (CH 2 )3NHC(0)(CH 2 ) 16 CH3, 

(CH 3 0)3Si(CH 2 )3N+(CH3) 2 (CH 2 ) 3 NHC(0)(CF 2 ) 6 CF 3 , 

(CH 3 0) 3 Si(CH 2 )3N*(CH 3 ) 2 (CH 2 ) 3 NHC(0)(CF 2 ) 8 CF3, 

(CH 3 O) 3 Si(CH 2 ) 3 N*(CH 3 ) 2 (CH 2 ) 3 NHC(O)(CF 2 ) 10 CF 3 , 

(CH 3 0) 3 Si(CH 2 ) 3 N*(CH 3 ) 2 (CH 2 ) 3 NHC(0)(CF 2 ) 12 CF 3 , 

(CH 3 0) 3 Si(CH 2 ) 3 N^(CH 3 ) 2 (CH 2 ) 3 NHC(0)(CF 2 ) 14 CF 3 , 

(CH 3 0)3Si(CH 2 ) 3 N*(CH3) 2 (CH 2 ) 3 NHC(O)(CF 2 ) 16 CF3, 

(CH 3 0)3Si(CH 2 )3N*(CH 3 ) 2 (CH 2 ) 3 NHS0 2 (CF 2 ) 7 CF3, 

(CH 3 0) 3 Si(CH 2 ) 3 N*(CH 3 ) 2 (CH 2 ) 3 NHS0 2 (CF 2 ) 9 CF 3 . 

(CHaOaSKCHgJaN^CHaJgfCHaJaNHSO^CFaJnCFa, 

(CH 3 0) 3 Si(CH 2 ) 3 N*(CH 3 ) 2 (CH 2 ) 3 NHS0 2 (CF 2 ) 13 CF 3 , 

(CH 3 0) 3 Si(CH 2 ) 3 N^(CH 3 ) 2 (CH 2 ) 3 NHS0 2 (CF 2 ) 15 CF 3 , 

(CH 3 0) 3 Si(CH 2 ) 3 N*(CH 3 ) 2 (CH 2 ) 3 NHS0 2 (CF 2 ) 16 CF 3l 

aminoethylaminopropyltrimethoxysilane: NH 2 (CH 2 ) 2 NH(CH 2 ) 3 Si(OCH 3 ) 3 

3-aminopropyttrimethoxysilane: NH 2 (CH 2 ) 3 Si(OCH 3 ) 3 , 

3-aminopropyltriethoxysilane: NH 2 (CH 2 ) 3 Si(OCH 2 CH 3 ) 3 , 

3-chloropropyltrimethoxysilane: CI(CH 2 ) 3 Si(OCH 3 ) 3 , 

3-chloropropyltriethoxysilane: CI(CH 2 ) 3 Si(OCH 2 CH 3 ) 3 , 

3-chloropropyltrichlorosilane: CI(CH 2 ) 3 SiCI 3 , 

3-glycidoxypropyltrimethoxysilane: C 3 H 5 0 2 (CH 2 ) 3 Si(OCH 3 ) 3 , 

3-glycidoxypropyltriethoxysilane:C 3 H 5 0 2 (CH 2 ) 3 Si(OCH 2 CH 3 ) 3 , 

3-methacryloxypropyltrimethoxysilane:C 4 H s 0 2 (CH 2 ) 3 Si(OCH 3 ) 3 , 

3-methacryloxypropyltriethoxysilane: C 4 H 5 0 2 (CH 2 ) 3 Si(OCH 2 CHa) a 

methyldichlorosilane: CH 3 SiHCI 2 , 

silane-modified melamine: Dow Corning Q1-6106, 

sodium (trihydroxysilyl)propylmethylphosphonate : NaO(CH 3 0)P(0)(CH 5 ),Si(OH), trichlorosilane SiHCi 
n^-vinylbenzylamino-ethyl-S-aminopropyttrimethoxysilane HCL: Dow Coming Z-6032 3 ' 
vmyltriacetoxysilane: H 2 C = CHSi(OCOCH 3 ) 3 , 
vinyltrimethoxysilane: H 2 C=CHSi(OCH 3 ) 3 
vinyltriethoxysilane: H 2 C=CHSi(OCH 2 CH 3 ) 3 , 
vinyltrichlorosilane: H 2 C=CHSiCI 3 , 
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dimethyldichlorosilane: (CH 3 ) 2 SiCI 2 , 

dimethyldimethoxysilane: (CH3) 2 Si(OCH 3 )2, 

diphenyldichlorosilane: (C 6 H 5 ) 2 SiCI 2 , 

ethyltrichlorosilane: (C 2 H 5 )SiCI 3> 
s ethyftrimethoxysilane: (C 2 H 5 )Si(OCH 3 ) 3t 

ethyltriethoxysilane: (C 2 H 5 )Si(OCH 2 CH 3 ) 3 , 

isobutyltrimethoxysilane, 

n-octyltriethoxysilane, 

methyltrichlorosilane: CH 3 SiCI 3 , 
10 methyltrimethoxysilane: CH 3 Si(OCH 3 ) 3 , 

phenyltrichlorosilane: C 6 H 5 SiCI 3 , 

phenyltrimethoxysilane: C 6 H 5 Si(OCH 3 ) 3 , 

n-propyltrichlorosilane: C 3 H 7 SiCI 3 , 

n-propyltrimethoxysilane: C 3 H 7 Si(OCH 3 ) 3> 
is silicon tetrachloride: SiCI 4 , 

CICH 2 CgH 4 CH 2 CH 2 SiCI 3n , 

CICH 2 C 6 H 4 CH 2 CH 2 Si(OCH 3 ) 3 , 

CICH 2 C 6 H 4 CH 2 CH 2 Si(OCH 2 CH 3 ) 3 , 

decyltrichlorosilane, 
20 dichloromethyl(4-methylphenethyl)silane, 

diethoxymethylphenylsilane, 

[3-(diethylamino)propyl]trimethoxysilane, 

3-(dimethoxymethylsilyl)- 1 -propanediol, 

dimethoxymethylvinylsilane, 
25 3-[tris(trimethylsilyloxy)silyl]propyl methacrylate, 

trichloro [4-(chloromethyl)phenyl] silane, 

methylbis(trimethylsilyloxy)vinylsilane, 

methyltripropoxysilane, and 

trichlorocyclopentylsilane. 

30 

In one particular embodiment of this invention, namely the use of the organosilane as a UV protectant, for exampl 
in a sun-tan lotion, para-amino benzoic acid is an active component. According to this embodiment of the invention, 
the organosilane is selected from: 

35 (CH 3 0) 3 Si(CH 2 ) 3 NHC 6 H 4 COOH 

(CH 3 0) 3 Si(CH 2 ) 3 NHC 6 H 4 COOCH 3 

(CH 3 0) 3 Si(CH 2 ) 3 NHC 6 H 4 COOC 2 H 5 

(CH 3 0) 3 Si(CH 2 ) 3 NHC 6 H 4 COOC 3 H 7 

(CH 3 0) 3 Si(CH 2 ) 3 NHC 6 H 4 COOC 4 H 9 
*o (CH 3 0) 3 Si(CH 2 ) 3 NHC 6 H 4 COOCH 2 C 6 H 5 

(CH 3 0) 3 Si(CH 2 ) 3 NHC 6 H 4 COOCH 2 C 6 H 4 NH 2 

(CH 3 0) 3 Si(CH 2 ) 3 NHC 6 H 4 COOCH 2 C 6 H 4 N(CH 3 ) 2 

(CH 3 0) 3 Si(CH 2 ) 3 NHC 6 H 4 COOCH 2 C 6 H 4 N(CH 2 CH 3 ) 2 

(CH 3 0) 3 Si(CH 2 ) 3 NHC 6 H 4 COOCH 2 C 6 H 4 N + (CH 3 ) 3 Y* 
45 (CH 3 0) 3 Si(CH 2 ) 3 NHC 6 H 4 COOCH 2 C 6 H 4 N + (CH 2 CH 3 ) 3 Y- 

(CH 3 0) 3 Si(CH 2 ) 3 NCH 3 C 6 H 4 COOH 
(CH3Q)3Si(GH^)3NGH 3 G 6 H 4 GOO0H3 . _ 

(CH 3 0) 3 Si(CH 2 ) 3 NCH 3 C6H 4 COOC 2 H 5 ~~ 

(CH 3 0) 3 Si(CH 2 ) 3 NCH 3 C 6 H 4 COOC 3 H 7 
so (CH 3 0) 3 Si(CH 2 ) 3 NCH 3 C 6 H 4 COOC 4 H 9 

(CH 3 0) 3 Si(CH 2 ) 3 NCH 3 C 6 H 4 COOCH 2 C 6 H 5 

(CH 3 0) 3 Si(CH 2 ) 3 NCH 3 C 6 H 4 COOCH 2 C 6 H 4 NH 2 

(CH 3 0) 3 Si(CH 2 ) 3 NCH 3 C 6 H 4 COOCH 2 C 6 H 4 N(CH 3 ) 2 

(CH 3 0) 3 Si(CH 2 ) 3 NCH 3 C 6 H 4 COOCH 2 C 6 H 4 N(CH 2 CH 3 ) 2 
55 (CH 3 0) 3 Si(CH 2 ) 3 NCH 3 C 6 H 4 COOCH 2 C 6 H 4 N + (CH 3 ) 3 V 

(CH 3 0) 3 Si(CH 2 ) 3 NCH 3 C 6 H 4 COOCH 2 C 6 H 4 N + (CH 2 CH 3 ) 3 Y* 

(CH 3 0) 3 Si(CH 2 ) 3 N + (CH 3 ) 2 C 6 H 4 COOH V 

(CH 3 0)3SI(CH 2 )3N+(CH 3 ) 2 C s H 4 COOCH 3 Y" 
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(CH 3 0) 3 SI(CH 2 )3N + (CH 3 )2C 6 H 4 COOC 2 H 5 Y- 

(CH 3 0)3SI(CH 2 ) 3 N*(CH 3 ) 2 C6H 4 COOC3H 7 Y- 

(CH 3 0) 3 SI(CH 2 ) 3 N+(CH 3 ) 2 C 6 H 4 COOC4H 9 Y- 

(CH 3 0) 3 SI(CH 2 ) 3 N+(CH 3 ) 2 C 6 H 4 COOCH 2 C 6 H s Y- 

(CH 3 0) 3 Si(CH 2 ) 3 N+(CH 3 ) 2 C 6 H 4 COOCH 2 C 6 H 4 NH 2 Y- 

(CH 3 0) 3 Si(CH 2 ) 3 N+(CH 3 ) 2 C 6 H 4 COOCH 2 C 6 H 4 N(CH 3 ) 2 Y- 

(CH 3 0) 3 Si(CH 2 ) 3 N + (CH 3 ) 2 C 6 H 4 COOCH 2 C 6 H 4 N(CH 2 CH 3 ) 2 Y- 

(CH 3 0) 3 Si(CH 2 ) 3 N + (CH 3 ) 2 C 6 H 4 COOCH 2 C 6 H 4 N + (CH 3 ) 3 YY- 

(CH 3 0) 3 Si(CH 2 ) 3 N + (CH 3 ) 2 C 6 H 4 COOCH 2 C 6 H 4 N + (CH 2 CH 3 ) 3 Y-Y- 

(CH 3 0) 3 Si(CH 2 ) 3 NC 2 H 5 C 6 H 4 COOH 

(CH 3 0) 3 Si(CH 2 ) 3 NC 2 H 5 C 6 H 4 COOCH 3 

(CH 3 0) 3 Si(CH 2 ) 3 NC 2 H s C 6 H 4 COOC 4 H 9 

(CH 3 0) 3 Si(CH 2 ) 3 NC 2 H s C 6 H 4 COOC 3 H 7 

(CH 3 0) 3 Si(CH 2 ) 3 NC 2 H 5 C 6 H 4 COOC 4 H 9 

(CH 3 0) 3 Si(CH 2 ) 3 NC 2 H 5 C 6 H 4 COOCH 2 C 6 H 5 

(CH 3 0) 3 Si(CH 2 ) 3 NC 2 H s C 6 H 4 COOCH 2 C 6 H 4 NH 2 

(CH 3 0) 3 Si(CH 2 ) 3 NC 2 H s C 6 H 4 COOCH 2 C 6 H 4 N(CH 3 ) 2 

(CH 3 0) 3 Si(CH 2 ) 3 NC 2 H s C 6 H 4 COOCH 2 C 6 H 4 N(CH 2 CH 3 ) 2 

(CH 3 0) 3 Si(CH 2 ) 3 NC 2 H 5 C 6 H 4 COOCH 2 C 6 H 4 N *(CH 3 ) 3 Y" 

(CH 3 0) 3 Si(CH 2 ) 3 NC 2 H 5 C 6 H 4 COOCH 2 C 6 H 4 N + (CH 2 CH 3 ) 3 V 

(CH 3 0) 3 Si(CH 2 ) 3 N + (C 2 H 5 ) 2 C 6 H 4 COOHY- 

(CH 3 0) 3 Si(CH 2 ) 3 N+(C 2 H s ) 2 C 6 H 4 COOCH 3 Y- 

(CH 3 0) 3 Si(CH 2 ) 3 N*(C 2 H 5 ) 2 C 6 H 4 COOC 2 H s Y- 

(CH 3 0) 3 Si(CH 2 ) 3 N*(C 2 H 5 ) 2 C 6 H 4 COOC 3 H 7 Y- 

(CH 3 0) 3 Si(CH 2 ) 3 N + (C 2 H s ) 2 C 6 H 4 COOC 4 H 9 Y- 

(CH 3 0) 3 Si(CH 2 ) 3 N + (C 2 H 5 ) 2 C 6 H 4 COOCH 2 C 6 H 5 V 

(CH 3 0) 3 Si(CH 2 ) 3 N+(C 2 H s ) 2 C 6 H 4 COOCH 2 C 6 H 4 N 2 Y- 

(CH 3 0) 3 Si(CH 2 ) 3 N+(C 2 H 5 ) 2 C 6 H 4 COOCH 2 C 6 H 4 N(CH 3 ) 2 Y- 

(CH 3 0) 3 Si(CH 2 ) 3 N+(C 2 H 5 ) 2 C 6 H 4 COOCH 2 C 6 H 4 N(CH 2 CH 3 ) 2 Y- 

(CH 3 0) 3 Si(CH 2 ) 3 N+(C 2 H 5 ) 2 C 6 H 4 COOCH 2 C 6 H 4 N+(CH 3 ) 3 Y-Y 

(CH 3 0) 3 Si(CH 2 ) 3 N + (C 2 H 5 ) 2 C 6 H 4 COOCH 2 C 6 H 4 N+(CH 2 CH 3 )3Y-Y- 

(CH 3 CH 2 0) 3 Si(CH 2 )3NHC 6 H 4 CCX5H 

(CH 3 CH 2 0)3Si(CH 2 )3NHC 6 H 4 COOCH3 

(CH 3 CH 2 0)3Si(CH 2 ) 3 NHC 6 H 4 COOC 2 H s 

(CH 3 CH 2 0)3Si(CH 2 )3NHC 6 H 4 COOC 3 H 7 

(CH 3 CH 2 0)3Si(CH 2 )3NHC 6 H 4 COOC 4 H 9 

(CH 3 CH 2 0) 3 Si(CH 2 )3NHC 6 H 4 COOCH 2 C 6 H s 

(CH 3 CH 2 0) 3 Si(CH 2 )3NHC 6 H 4 CCX)CH 2 C 6 H 4 NH 2 

(CH 3 CH 2 0)3Si(CH 2 )3NHC 6 H 4 COOCH 2 C 6 H 4 N(CH3) 2 

(CH3CH 2 0)3Si(CH 2 )3NHC 6 H 4 COOCH 2 C 6 H 4 N(CH 2 CH 3 ) 2 

(CH3CH 2 0) 3 Si(CH 2 )3NHC 6 H 4 COOCH 2 C 6 H 4 N + (CH 3 )3 V 

(CH 3 CH 2 0)3Si(CH 2 )3NHC 6 H 4 COOCH 2 C 6 H 4 N+(CH 2 CH 3 )3 V 

(CH 3 CH 2 0)3Si(CH 2 )3NCH 3 C 6 H 4 COOH 

(CH 3 CH 2 0)3Si(CH 2 )3NCH 3 C 6 H 4 COOCH 3 

(CH 3 CH 2 0)3Si(CH 2 ) 3 NCH3C 6 H 4 COOC 2 H 5 

(CH 3 CH 2 0)3Si(CH 2 )3NCH3C 6 H 4 COOC 3 H 7 

(CH 3 CH 2 0)3Si(CH 2 )3NCH3C 6 H 4 COOC 4 H 9 

(CH 3 CH 2 0)3Si(CH 2 )3NCH 3 C 6 H 4 COOCH 2 C 6 H 5 

(CH 3 CH 2 0)3Si(CH 2 ) 3 NCH 3 C 6 H 4 COOCH 2 C 6 H 4 NH 2 

(CH 3 CH 2 0) 3 Si(CH 2 )3NCH3C 6 H 4 COOCH 2 C 6 H 4 N(CH3) 2 

(CH3CH 2 0)3Si(CH 2 )3NCH 3 C 6 H 4 COOCH 2 C6H 4 N(CH 2 CH3) 2 

(CH3CH 2 0)3Si(CH 2 ) 3 NCH3C 6 H 4 COOCH 2 C 6 H 4 N*(CH 3 )3Y- 

(CH 3 CH 2 0)3Si(CH 2 )3NCH 3 C 6 H 4 COOCH 2 C 6 H 4 N*(CH 2 CH3)3Y- 

(CH 3 CH 2 0) 3 Si(CH 2 )3N+(CH3) 2 C 6 H 4 COOH Y" 

(CH 3 CH 2 O) 3 Si(CH 2 ) 3 N + (CH 3 ) 2 C 6 H 4 C0OCH 3 Y- 

(CH3CH 2 0) 3 Si(CH 2 ) 3 N + (CH 3 ) 2 C 6 H 4 COOC 2 H s Y- 

(CH 3 CH 2 O)3Si(CH 2 ) 3 N + (CH3) 2 C 6 H 4 C0OC3H 7 Y- 

(CH 3 CH 2 0) 3 Si(CH 2 ) 3 N*(CH 3 ) 2 C 6 H 4 COOC 4 H 9 Y- 
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(CH3CH 2 0)3Si(CH 2 )3N+(CH 3 ) 2 C 6 H4COOCH2C 6 H s V 

(CH3CH 2 0)3Si(CH 2 )3N*(CH3) 2 C 6 H4COOCH 2 C6H 4 NH 2 Y- 

(CH 3 CH 2 0)3Si(CH 2 )3N + (CH3) 2 C 6 H 4 COOCH 2 C 6 H 4 N(CH3) 2 Y- 

(CH 3 CH 2 0)3Si(CH 2 )3N*(CH3) 2 C 6 H4COOCH 2 C 6 H 4 N(CH 2 CH 3 ) 2 V 

(CH 3 CH 2 0)3Si(CH 2 ) 3 N+(CH3) 2 C 6 H 4 COOCH 2 C 6 H 4 N*(CH3)3 VY" 

(CH 3 CH 2 0)3Si(CH 2 )3N*(CH3) 2 C 6 H 4 COOCH 2 C 6 H 4 N + (CH 2 CH 3 ) 3 Y-Y- 

(CH 3 CH 2 0)3Si(CH 2 )3NC 2 H s C 6 H 4 COOH 

(CH3CH 2 O)3Si(CH 2 ) 3 NC 2 H s C 6 H 4 C0OCH3 

(CH3CH 2 0)3Si(CH 2 ) 3 NC 2 HsC 6 H 4 COOCH 3 

(CH 3 CH 2 0) 3 Si(CH 2 )3NC 2 H s C 6 H 4 COOC 2 H s 

(CH 3 CH 2 0)3Si(CH 2 )3NC 2 H s C 6 H 4 COOC 3 H 7 

(CH 3 CH 2 0) 3 Si(CH 2 ) 3 NC 2 H 5 C 6 H 4 COOC 4 H 9 

(CH 3 CH 2 0) 3 Si(CH 2 ) 3 NC 2 H s C 6 H 4 COOCH 2 C 6 H s 

(CH 3 CH 2 0)3Si(CH 2 ) 3 NC 2 H 5 C 6 H 4 COOCH 2 C 6 H 4 NH 2 

(CH3CH 2 0)3Si(CH 2 ) 3 NC 2 H s C 6 H 4 COOCH 2 C 6 H 4 N(CH 3 ) 2 

(CH 3 CH 2 0)3Si(CH 2 ) 3 NC 2 H 5 C 6 H 4 COOCH 2 C 6 H 4 N(CH 2 CH 3 ) 2 

(CH 3 CH 2 0) 3 Si(CH 2 )3NC 2 H 5 C 6 H 4 COOCH 2 C 6 H 4 N*(CH 3 ) 3 Y- 

(CH 3 CH 2 O)3Si(CH 2 ) 3 NC 2 H 5 C 6 H 4 CO0CH 2 C e H 4 N*(CH 2 CH 3 ) 3 Y- 

(CH 3 CH 2 O) 3 Si(CH 2 )3N + (C 2 H 5 ) 2 C 6 H 4 C0OH Y" 

(CH 3 CH 2 0) 3 Si(CH 2 ) 3 N + (C 2 H 5 ) 2 C 6 H 4 COOCH 3 Y" 

(CH 3 CH 2 0)3Si(CH 2 ) 3 N+(C 2 H 5 ) 2 C 6 H 4 COOC 2 H 5 Y" 

(CH 3 CH 2 0)3Si(CH 2 ) 3 N*(C 2 H 5 ) 2 C 6 H 4 COOC 3 H 7 Y- 

(CH 3 CH 2 0) 3 Si(CH 2 ) 3 N+(C 2 H s ) 2 C 6 H 4 COOC 4 H 9 Y- 

(CH 3 CH 2 0)3Si(CH 2 ) 3 N+(C 2 H 5 ) 2 C 6 H 4 COOCH 2 C 6 H s Y- 

(CH 3 CH 2 0)3Si(CH 2 )3N + (C 2 H s ) 2 C 6 H 4 COOCH 2 C 6 H 4 NH 2 Y- 

(CH 3 CH 2 0) 3 Si(CH 2 ) 3 N*(C 2 H 5 ) 2 C 6 H 4 CCOCH 2 C 6 H 4 N(CH 3 ) 2 Y- 

(CH 3 CH 2 0)3Si(CH 2 ) 3 N + (C 2 H 5 ) 2 C 6 H 4 COOCH 2 C 6 H 4 N(CH 2 CH 3 ) 2 Y- 

(CH 3 CH 2 0)3Si(CH 2 ) 3 N*(C 2 H 5 ) 2 C 6 H 4 COOCH 2 C 6 H 4 N+(CH 3 )3 Y'Y - , and 

(CH3CH 2 0) 3 Si(CH 2 ) 3 N*(C 2 H 5 ) 2 C 6 H 4 COOCH 2 C 6 H 4 N*(CH 2 CH 3 ) 3 Y-Y-. 

Stabilizers 



As described herein, preferred stabilizers of the present invention preferably contain at least two hydroxy groups 
where at least two of said at least two hydroxy groups are separated by less than three intervening atoms, i.e., (HO- 
A-B-OH where A and B are any one or two atoms). Such stabilizers can stabilize aqueous solutions of the above- 
described organosilanes F^SiX^ and are generally useful for stabilization of all such solutions where n is an integer 
from 0 to 2 and where water solubility or minimization or prevention of water-induced, self-condensation (and associated 
polymerization) is desired. In particular, preferred stabilizers are monosaccharides, including but not limited to glucose, 
disaccharides, including but not limited to sucrose, polysaccharides, polynucleotides, and alcohols, wherein at least 
two adjacent hydroxyls separated by fewer than three intervening atoms are present in the stabilizer. 

Uses 



The compounds, products and compositions of the present invention are useful for a multitude of purposes Such 
purposes include any known use for the preferred starting material organosilanes of the above-described general 
formula. In preferred embodiments, the presently described, water-stabilized, organosilane compounds, products and 
compositions are-suitable-to-applications-such-as^l-)^^ on ^m^h:,,^ 

to coatings such as dyes, or 3) as additives to organic monomers (such as acrylics) prior to formation of the respective 
polymer. 

Therefore, in addition to the utility of prior organosilane quaternary ammonium compounds such as 3-(trimethox- 
ysilyl)propyl-dimethyloctadecyl ammonium chloride as surface bonding antimicrobial agents, numerous other uses of 
organofunctional silanes are contemplated, such as the use of the compounds, products and compositions of the 
invention in coating applications which include the treatment of surfaces or particl s (pigments or fillers), in prim rs, 
in paints, inks, dyes and adhesives, and as reactive interm diates for silicone resin synthesis. 

Th present invention can be used to prepare, inter alia, agricultural products, cleaning compositions, antimicrobial 
spong s, antimicrobial bleaching agents, antimicrobial fillers for paints, plastics, or concr te, and to treat concr t 
structures such as livestock shelters, where microbial infestation is a problem. 

In various embodiments, surfaces and substrates treatable with the compounds, products and compositions of the 
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invention solution include, but are not limited to, textiles, carpet, carpet backing, upholstery, clothing, sponges, plastics, 
metals, surgical dressings, masonry, silica, sand, alumina, aluminum chlorohydrate, titanium dioxid , calcium carbon- 
ate, wood, glass beads, containers, tiles, floors, curtains, marine products, tents, backpacks, roofing, siding, fencing, 
trim, insulation, wall-board, trash receptacles, outdoor gear, water purification systems, and soil. Furthermore, articles 
treatable with the compounds, products and compositions of the invention include, but are not limited to, air filters and 
materials used for the manufacture thereof, aquarium filters, buffer pads, fiberfill for upholstery, fiberglass ductboard, 
underwear and outerwear apparel, polyurethane and polyethylene foam, sand bags, tarpaulins, sails, ropes, shoes', 
socks, towels, disposal wipes, hosiery and intimate apparel; cosmetics, lotions, creams, ointments, disinfectant sani- 
tizers, wood preservatives, plastics, adhesives, paints, pulp, paper, cooling water, and laundry additives and non-food 
or food contacting surfaces in general. 

For the above described substrates, mixtures and applications, treatment generally involves contacting or mixing 
the article to be treated with a water-stabilized organosilane solution of the present invention, comprising the organosi- 
lane-stabilizer derived compound in an aqueous solution, for a period of time sufficient for permanent bonding of the 
active organosilane ingredient (or portion thereof) to the article. Generally, treatment begins almost immediately upon 
contact, but preferably requires from about 15 seconds to about 48 hours, more preferably from about 1 minutes to 
about 24 hours, even more preferably from about five minutes to 1 hour, and even more preferably for about 30 minutes. 
Further general guidelines for application are as follows: For dipping a large object, it is preferred that 1-2 minutes of 
submersion is allowed in the solution and then the object is permitted to dry or is dried. However, some objects will 
benefit from very short dipping, mixing or contacting times, for example, fabric may pass through an aqueous bath of 
the composition at a rate of up to 40 yards per minute or more. After dipping, excess solution may be gently wiped or 
rinsed off. Alternatively, the solution may be sprayed on the substrate. Moreover, the composition of the invention may 
be placed in a high intensity solid mixer and formed into a powder which is then dried. The dried powder may then be 
used in a sprayer, if desired. In addition, the solutions may be wiped onto the substrate and applied using sponges or 
cloths, etc. Moreover, the solutions of the present invention can be added to pigments and fillers and stirred therewith 
for several (2-3) minutes. In addition, the solutions can be added to an emulsion or other existing formulation prior to 
use. Also, the solutions can be used in addition to, with or as a spray coolant for extruded fibers. However, one of 
ordinary skill in the art would recognize that numerous other uses and modes of application are readily apparent from 
the stabilized organosilane compounds, products and compositions of the present invention and would, without undue 
experimentation, be able to determine effective application methods and treating times for any particular substrate, 
article, or other application, in addition, the compositions can be used in padding processes as are known in textile mills'. 

Moreover, after treating a surface or fabric with the compound, product or compositions of the present invention, 
the surface or fabric may, optionally, be heated to further complete bonding of the compound, product, or composition 
to the surface or substrate. 

The water-stable organosilane compounds, products and compositions of the present invention are, therefore, 
advantageous in treating a variety of substrates without the use of toxic organic solvents, and provide for the safe', 
long-term storage of activated organosilane compound which can be used without further preparation. Moreover, the 
stabilizers described herein do not interfere with the binding of the organosilane to the substrate. In addition, the present 
invention provides a generally applicable scheme for solvating some water insoluble organosilanes. 

Also apparent will be those applications where organosilanes R n Si)<4_ n are prepared, dissolved, stored, applied, 
and in any way used in water. In addition, also apparent will be those applications of organosilanes R n SiX 4 . n ', in other 
solvents or mixed in other media (solids, polymer mixes, fillers, pigments, powders, dyes or emulsions) where exposure 
to water occurs but could be detrimental due to undesired or untimely self -condensation of the silanol. 

Moreover, the stabilizing compounds and methods could be used in addition to or in conjunction with various art- 
known stabilization methods for organosilanes, such as the use of ionic ornon-ionic surfactants and detergents. 

In addition, it is believed that the compounds, products and compositions of the present invention lead to improved 
wetting and/or coating because the partially hydrolyzed stabilizer/organosilane complex is dense in hydroxyl groups, 
thus providing for incteased hydrogen-bonding to surface OH groups. 

Moreover, the present compounds, products and compositions can be used in the incorporation of an organosilane 
antimicrobial agent in most textile goods (woven and non-woven) and yarns (synthetic and natural). The process pro- 
vides articles that are durable and the process itself is effective and does not require additional manufacturing steps 
or increase manufacturing cost. 

Incorporating the compounds, products and compositions of the present invention during the dye process yields 
a textile material with a built-in antimicrobial agent with the organosilane characteristics, binding and antimicrobial 
protection. The incorporation process 1) does not add any additional step in the manufacturing process and does not 
r quire any equipment modification; and 2) is b lieved not to lose its antimicrobial characteristics and its effectiveness 
during further production of the textile goods. By incorporating the water-stable compounds, products and compositions 
of the present invention during the dye process, not only would the organosilane antimicrobial agent r main unaff cted 
by the dying agent, but th end-product textile goods would also exhibit xc llent dyeing properti s. 
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The water-stabilized organosilane compounds, products and compositions of the present inv ntion are useful for 
a number of applications where the previous instability, insolubility prev nted or, at least, hindered or restricted use of 
some organosilane agents. For example: 

Treating food crops fag., perishables such as v getables, fruits, or grains) after r moval (pickl d/harv sted)with 
the compounds, products and compositions of the present invention imparts antimicrobial protection to the outer surface 
of the food crop. It is believed that such protection occurs without diffusing, migrating or leaching the antimicrobial 
agent from the bonded antimicrobial coating of the food item, and provides prolonged, safe and non-toxic antimicrobial 
protection. The method involves treating fruits and vegetables in the rinse cycle, during or after the normal cleaning/ 
water spraying or during or after blanching. Thorough cleaning of fruits and vegetables at the processing plant is 
preferred for initially removing microorganisms. As one of ordinary skill in the art would recognize, machines are used 
initially to remove soil, chemicals used in growing, spoilage bacteria, and other foreign materials. These machines also 
use high velocity water sprays to clean the products. After the cleaning, raw foods or other crop materials are prepared 
for further processing such as blanching (i.e., the food is immersed in water at 90 to 98°C or exposed to steam). 

Microorganisms are controlled by the production plant up until the fruit or vegetable is removed. But once it is 
removed, organisms such as yeast, mold, and bacteria, begin to multiply, causing the food to loose flavor and change 
in color and texture. To keep the food from spoiling, a number of methods have been employed, such as refrigerators, 
to slow down the microorganisms and delay deterioration. Unfortunately, such known methods will preserve raw foods 
for few weeks at the most. The compounds, products and compositions of the present invention can preserve these 
items for extended periods. For instance, the compositions, products, or compounds may be added to an existing water 
line feeding the sprayers for the foods, where such sprayers are used. Otherwise, a simple dipping process may be 
used, where the dipping requires only a few seconds to impart antimicrobial protection. Low concentrations of 0.1 to 
1% aqueous solution (0.1 to 1% by volume) of the compositions provide satisfactory results. In addition, it is believed 
that the presently described method can also control pathogens on poultry carcasses and in other susceptible meat 
and fish. 

Treating Baby Milk/Juice Bottles, Nipples, Pacifiers and Toys with the compounds, products and compositions of 
the present invention in the factory or leaching the agent from the bonded surface, can provide prolonged and safe/ 
non-toxic antimicrobial protection. Treating such articles also eliminates odors caused by microbial contamination. A 
dipping method as described above may be used to treat these articles. 

To date, parents have used soaps, detergents, and surface cleaners to alleviate the problems of contamination of 
these articles. However, these and other similar treatments have, for the most part, been inadequate and required 
repeated treatment. In addition, these treatments have been found to be limited in their ability to offer broad spectrum 
control of microorganisms. Therefore, the present compounds, products and compositions can be used to treat these 
articles to prevent microbial growth and contamination by coating an effective amount of the products and compounds 
of the invention thereon. The articles employed can be coated by allowing for 1 to 2 minutes submersion (e.g., by 
dipping), and thereafter, the treated surface is allowed to dry at room temperature. The article is then rinsed of any 
excess antimicrobial agent. Thorough cleaning and sterilization is a preferred step in removing the microorganisms on 
the surface of the article prior to "coating" the said articles. In addition, preferably concentrations of 10% or more by 
volume of the compounds, products and compositions of the invention are used for long lasting protection. 

Treating surgical gloves with the compounds, products and compositions of the present invention before or during 
a surgical procedure can kill microorganisms on contact. It is believed that the treated gloves provide prolonged anti- 
microbial activity with safe and non-toxic antimicrobial protection. Surgical gloves are treated, preferably, by submerging 
in the solution of Example I, diluted to 1% W/V for at least 30 seconds. This method will permit doctors to use and, if 
necessary, re-use the same gloves (even without removing them) without undue fear of contamination. 

Moreover, one of ordinary skill in the art would be able to implement numerous other end uses based upon the 
disclosure of the compounds, products and compositions of the present invention. For instance, the following uses 
applications and substrates, are contemplated: 



so 



1. Concrete, Concrete Water Conduits, Storm and Sewer Pipes treated with the compounds, products and com- 
positions of the present invention. Agents to kill microorganism on contact and provide prolonged antimicrobial 
protection to prevent deterioration of the concrete and its coatings; 

2. Tooth Brushes, Combs, Hair Brushes, Dentures and Retainers; 

3. Spa and Pool Filters meeting stringent requirements that no other antimicrobial agent can meet and protection 
for Air Filtration such as air conditioning filt rs, HVAC applications and cabin air ; 

4. Marble Slabs (building facia, tombs, floors) treated with the compounds, products and compositions of the 
55 present invention; 

5. Rubbing Alcohol; 

6. Statues and exposed art work; 

7. HDP, high density polyester fabric plastic cov rs for dump sites, water reservoirs and generally for soil protection; 
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8. Liquid Additive (as flower water preservative for potted plants and cut flowers); 

9. Silicone and Teflon coated Fiberglass with antimicrobial protection including acrylic backing wall covering* 

10. Dryvitt and Stucco finish; 

11 . Waterproofing treated with the compounds, products and compositions of the present invention; 

5 1 2. A method ot treating blended cotton before or after picking machines make th cotton into rolls or laps* 

1 3. Food packaging and containers; 

14. Bio-films and adhesives (tapes and silicone wafers); 

15. Single Ply Roofing and Roof shingles; 

16. Fiberglass reinforcement product; 

io 1 7. Antimicrobial treatment of a transplant; 

18. Antimicrobial treatment of an organ or cartilage transplant; 

19. Antimicrobial treatment of an artificial transplant such as a replacement bone; 

20. Antimicrobial treatment of a skin transplant, artificial, not artificial or a mixture of both; 

21 . Treatment of a transplant to reduce rejection by the receiving organism; 
15 22. Treatment of a skin transplant; 

23. Treatment of a transplant to reduce undesired deposits, especially for artificial transplants; 

24. Treatment to accelerate the attachment of natural bone to non-organ transplants; 

25. Preservation of liquids for consumption without pasteurization and nutrient reduction; 

26. Skin treatment not incorporating any water insoluble materials to stabilize siloxane; 

27. Timed drug delivery, based on hydrolysis of siloxane attached to areas of activity; 

28. Throat lozenges providing relief and microbial kill; 

29. Treatment of contact lenses to prevent or slow down deposit formation; 

30. Treatment of contact lenses to prevent microbial growth; 

31. Incorporation into commercial polymers to render them antimicrobially active and/or prevent damage by mi- 
crobial growth on surface. Examples of the commercial polymers are polyester, polyamide (nylon), polyvinyl chlo- 
ride, polyethylene, polypropylene, polystyrene, polyurethane, plyvinyl alcohol, polyformaldehyde; 

32. Incorporation into contact lenses to achieve the results as noted above in items 28 and 29 for the long term 
and without additional surface treatment; 

33. Incorporation into polyester to provide food containers with antimicrobial properties without separate surface 
30 treatment; 

34. Incorporation into polypropylene or polyethylene to provide food containers with antimicrobial properties without 
separate surface treatment; 

35. Incorporation of siloxane into CD-Rom to reduce the effect of microbes growing on surface; 

36. Treatment of paper (newspaper, books, documents) to prevent aging such as yellowing and weakeninq of 
5 5 material; " 

37. Effective cleaning and odor prevention in animal cages, i.e. birds, hamster, pigs, guinea pigs, horses, cattle, 
rats and mice; 

38. Disinfecting in spacecrafts, low vapor pressure and no irritation of astronauts by cleaner but hiqh residual 
activity; * 

39. Applications in clean rooms, i.e. clean-rooms used in the microprocessor industries, reduction of harmful effects 
of microbes and uses as a binder for dust, and inhibitor of static charge; 

40. Application of a non-conducting layer over circuit boards to prevent damage from dust and other atmospheric 
pollutants; 

41. Application of a durable, non irritating UV-protector for polymers, skin, leather, and wood; 

42. The UV-protector can be formulated for example in a sun tan lotion or for example with lubricants to protect 
polymers such as dash boards and car tires; 

43. Protection of photographic products from microbials, such as lenses, photographs, film and solutions used in 
film development; 

44. Protection of photographic products, such as lenses, photographs, film and solutions used in film development 
^0 from static and dirt; 

45. Protection of photographic products from stains and scratching, such as lenses, photographs, film and solutions 
used in film development; 

46. Protective coating for microchips; 

47. Use of self assembled layers in designing and manufacturing microchips; 
s $ 48. Use of self assembled layers in wiring of microchips; 

49. Use of self assembl d layers in manufacturing molecular processors; 

50. Additive to dryer sheets to render cloth s antimicrobially activ ; 

51 . Aid in wound closing and healing and prevention of wound infection; 
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52. Treatment of nail fungus for xample by addition to nail polish. 

inv J!,in! bS app ?; ,ate ? by t ^° Se Sk, " ed in the an - in view of what is discl ^ed herein, that the compositions of this 
invention are useful, .ndependent of th mechanism of operation, which may or may not include th hydrolvtis of 
s.loxane to s.lanol and possible reaction of the silanol with the polyol, or alternatively Z^JSS^JTlS^ 
y fraction with the polyol, for examp.e. by hydrogen benefit wi„ also be XSXEZEl* L po^o 

n h* ^ "'"f 3n ° r9a "° Si,ane ' miXtUr6S ° f « also intended and encompassedthTZ 

In particularly preferred embodiments, the composition according to this invention is used to treat skir Tor other 
tissues (bone, soft tissues) for use in a transplant to reduce microbial contamination. The compos Won S ke^se utf u 

Inotherpreferred embodiments, the composition is used toprotect paper products, to produce dural metal finishes 
suchasanycarwaxfomu.at.on known in theart. to prevent paint scratches and as a protect^ against^ 

The preferred embodiments of the above-described water-stabilized antimicrobial compounds products comoo- 
sitions and methods are set forth in the following examples. Other features of the invention £ b^omCSenUrom 
thejoltowing examples, wh,ch are for illustrative purposes only and are not intended as a limitation'^ pls^ 

Example 1 

am ™ 0ne emb ° d , inient ' the P resent inven,ior > Providesa water-stable composition of glucose and a silylatedouaternatv 
ammonium salt. Upon application of the mixture, the glucose is most likely partially liberated and Ihe oro^uct f hld^o 
lyzed. However, such liberation is not necessary for the operabiltty of the present JSk^S^^ 
occurrence does not detract from the general efficacy of the compounds, products and composites of the oresent 

eZ 2, f ,he no,ion that 9lucose (or any other of the present stabi,i *-> is »«iZr. a ?s 

explanat.cn of the surpns.ng utilrty and efficacy of the claimed invention. It is not clear that the stabilSr m? s t b« 
liberated when the organosilane bonds to a substrate. stabilizer must be 

G ' UC °f * tab * z f d 3 -(<rimethoxysilyl)propyldimethyloctadecyl ammonium chloride is stable in water up to concen 
rat^ns of 10% W/W of the siloxane. One of ordinary skill in the art would recognize that the stab^f Z omanil- 
lanes may vary and depends upon the specific stabilizer used. In any event the siloxane and th« n.i™ 1?. !^ 

Example 2 
Example 3 

A series of polyols were tested for their ability to stabilize Dow Cornina 577? whirh ic* hi^^ ro /♦ ■ >u 

tssst^ ammonium chioridei - and 

of stab.hzation over vanous t,me periods was monitored. In general, most concentrations of siloxane become cbudv 
ovem, ght , the absence of stabilizer. Therefore, when aqueous siloxanes remain stable ovem^ the TesenceZ 

thfS. P °* l ° haVe at ' eaSt minimal utili1y accordi "9 t0 this 'mention. However. ThoSed t 

the art will reco gnjzethatfgjipjac^^ w ,. M ™\^Zr"™ m 

fn d°rz e b : a TT e better - Accordin9iy - a s,ock 01 soiu,ions ° f ^^^^^^^ 

■n de.on.zed water. A known'amount of the solution, and in some cases additional deionized water and the sto^S 

STh T?* aCt ' Ve Si '° Xane W3S Ca,CU,ated b * multi P'y in 9 ,he weight of Dow Corning 577 Tadded bv 

felft Tot 1 V , the ^ ° f a " ma,eria ' S 3dded (P0 ' y01 ' D0W Co ™9 5772 ' water). Wetound thaUor a! 

least 10% or lower s.loxane concentrations, about 1 -20% of the polyol was eff ctK,e at stabilizing the aqueous so.S 

Example 4 

A 5% siloxan solution with 0.94% to 1 9% sucrose remained clear for at least seven weeks Another samm* *t 
approx,mately 5 % active siloxane remained clear for at least eight months. P * * 
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Example 5 

A 5% siloxane solution with 0.94% to 19% mannitol remained clear for seven weeks. At the high mannitol concen- 
tration, the mannitol is not completely soluble, but still active as a stabilizer of the siloxane. 

5 

Example 6 

A 5% siloxane solution with 0.94% to 19% glucose remained clear for at least eight weeks. 
10 Example 7 

A 1 0% siloxane solution with 0.85% to 1 7% L-ascorbic acid remained clear for at least five weeks; after two days, 
solutions with as much as 18% siloxane remained clear with as little as 0.79% L-ascorbic acid. 

15 Example 8 

A 9% siloxane, with 4.1% to 18% glyoxal aqueous solution remained clear for at least three weeks. 
Example 9 

20 

In terms of polymeric polyols, we found that a 5% siloxane, 0.097% agar solution was stable for at least one week. 
As will be appreciated, for agar, it is necessary to warm the stock agar solution to achieve dissolution of the agar, which 
is then cooled prior to or in the course of admixture with the siloxane. The resulting solution is a viscous liquid or solid 
when cold. 

25 

Example 10 

In terms of an oxidized sugar, we found that a 9.7% siloxane, 0.9% D-glucurono-6,3-lactone aqueous solution was 
stable for at least four weeks. 

30 

Example 11 

A tannic acid siloxane solution was not stabilized to any significant degree. This result may indicate that impurities, 
for example oxidation products, in the tannic acid may have inhibited its action as a stabilizer. Alternatively, the limited 
35 stabilization afforded by tannic acid may indicate that at least two adjacent (separated by less than three atoms) hy- 
droxyls of the stabilizer are preferably non-aromatic. 

Example 12 

40 According to this invention, a number of compositions comprising mixtures of siloxanes and polyols may be con- 

templated for a wide variety of applications. Because stabilizers of this invention include such non-toxic, biocompatible 
substances as simple sugars and more complex carbohydrates, compositions such as shampoos, hand and face 
creams, and compositions that come in contact with foods are all acceptable applications. There are many compositions 
known in the art for these types of applications, to which those skilled in the art could apply the instant disclosure, and 

^5 therefore great detail on the various components of those compositions is not provided herein. Thus, shampoo, hand- 
lotion, tooth-paste, and other biological material contacting compositions known in the art may include the composition 
according to this invention. However, such biologically contacting compositions are by no means the only useful com- 
positions. Other compositions known in the art, such as car wax,* furniture polish, shoe polish, leather treatment com- 
positions, or glass treatment compositions are improved by the inclusion of the composition according to this invention. 

50 From the foregoing examples, those skilled in the art will recognize that the stabilizers disclosed herein may be 

used at any minimal concentration at which they are found to have a stabilizing effect, and may be used up to any 
maximum concentration at which they remain soluble. Even where some amount of solid stabilizer is present, this is 
not expected to have any del terious effect, (se th above experiment in which a high mannitol concentration was 
used), although it is anticipated that in terms of siloxane stabilization, a point of diminishing returns is reached where 

55 increased concentrations of stabilizer do not yield commensurate enhancements in siloxane stabilization. 

It will be apparent to those skill d in the art that various modifications and variations can be made in the present 
invention without departing from the scope or spirit of the invention. Other embodim nts of th inv ntion will be apparent 
to those skilled in the art from consideration of the specification and practice of th invention disclos d herein. It is 
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intended that the specification and examples be considered as exemplary only, with the true scope and spirit of the 
invention being indicat d by the following claims. 



Claims 

1 . A composition comprising a mixture of: 

a) an organosilane of the formula R^SiX^, where n is an integer of from 0 to 3; and R is, independently a 
nonhydrolyzable organic group; and each X is, independently, a hydrolyzable group; with 

b) a polyol containing at least two hydroxy groups, wherein at least two of the at least two hydroxy groups are 
separated by less than three intervening atoms. 

2. The composition of claim 1 , wherein each R is, independently, alky!, substituted alkyl, or aryl; each X is, independ- 
ently, hydroxy, alkoxy, halogen, acyl, acyloxy, the residence of a hydroxylated solid or liquid polymeric moiety, 
polyether or polyalkyl ether; and the polyol comprises a carbohydrate moiety. 

3. The composition of claim 1 or claim 2, wherein the polyol is selected from the group consisting of monosaccharides, 
disaccharides, oligosaccharides, polysaccharides, modified carbohydrates, graft and block carbohydrate co-pol- 
ymers, partially alkylated, acylated or acetylated carbohydrates, carbohydrate oxidation products, reduced carbo- 
hydrates and substituted carbohydrates. 

4. The composition of claim 3, wherein said substituted carbohydrate is selected from the group consisting of nucl- 
eosides, nucleotides, oligonucleotides, polynucleotides and nucleic acids. 

5. The composition of any of claims 1 to 3, wherein the polyol is a glucose, sucrose, fructose, mannitol, ascorbic acid 
optionally including an anti-oxidant, adenosine, glucuronic acid, glucurone, dextran, aqueous glyoxal, fucose. cel- 
lulose, partially hydrolyzed cellulose, soluble starch and a starch-acrylic acid graft copolymer, a nucleoside, a 
nucleotide, an oligonucleotide, or a polynucleotide. 

6. The composition of any preceding claim, wherein n is an integer of from 0 to 2. 

7. The composition of any of claims 1 to 5, wherein the organosilane is of the formula II, III, IV, or V: 

(R1) 3 SiR 2 N + (R 3 )(R 4 )(R 5 )Y' (II) 



(R 1 ) 3 SiR 2 N(R 3 )(R 4 ) (HI) 



(R 1 ) 3 SiR 2 R 35 (|V) 



(R 1 ) 2 Si(R 3S )(R 37 ) (V ) 

-wherein — ■ ■ 

each R, is, independently, halogen or F^O, where is H, alkyl of from 1 to about 22 carbon atoms, acyl, 
preferably acetyl; a residue of propylene glycol, ethylene glycol, polyethylene glycol, polypropylene glycol; the 
residue of block and copolymers of ethylene and propylene glycol; the residue of an alkyl monoether of from 
1 to 22 carbons of propylene glycol, ethylene glycol, polyethylene glycol, polypropylene glycol; a monoester 
derived from a carbonic acid of from 1 to 22 carbons and propylene glycol, ethyl ne glycol, polyethylene glycol, 
polypropylene glycol; octyphenol; nonylphenol; and sorbitan ethers; 



R 35 is H, halogen, NH 2 (CH 2 ) 2 NH-, NH 2 - : C 3 H 5 0 2 -, C 4 H 5 0 2 -, NaO(CH 3 0)P(0)-, or CICH 2 C 6 H 4 -, 
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R 36 and R 37 are, independently, halogen, H, alky I of from 1 to 22 carbon atoms, acyl, preferably acryloyl, vinyl, 
acetylenic, benzyl, styryl, propinyl, isobutyl, phenyl, or n-octyl; 

R 2 is aryl ne, vinylidene, or C-,.^ alkylene; 

R 3 and R 4 are, independently, lower alkyl alcohol, lower alkoxy of from 1 to 4 carbon atoms, alkyl of from 1 to 
22 carbon atoms; or R 3 and R 4 can, together, form a morpholine or cyclic or heterocyclic, unsaturated or 
saturated, five to seven-membered ring; 

R 5 is lower alkyl alcohol, CH 2 C 6 H 5 , polyether, alkyl, alkoxy, perfluoroalkyl, pefluoroalkylsulfonate, or perfluor- 
oalkylcarboxylate wherein the alkyl, alkoxy, perfluoroalkyl, perfluoroalkylsulfonate, or perfluoroalkylcarboxy- 
late is of from 1 to 22 carbon atoms, or is a five to seven-membered ring; and 

Y" is a suitable anionic moiety. 

8. A composition according to claim 7, wherein the five to seven-membered ring has the formula VI: 

-FV<R 7 ) k -R 4 ,- (VI) 

where k is an integer from 0 to 2, 

R 7 , where the ring is saturated, is CH 2 , O, S, NH, NH 2 + , NCH 2 CH 2 NH 2 , NCH 2 CH 2 NH 3 + , NCH 2 CH 2 N(R 8 ) (R 9 ), 
NCH 2 CH 2 N + (R 8 )(R 9 ) (R 10 ), N(alkyl), N(aryl), N(benzyl), where each R 8 , R 9 , and R 10 is, independently, aryl, 
polyether, lower hydroxy alkyl of from 1 to 4 carbon atoms, lower alkoxy of from 1 to 4 carbon atoms, or alkyl 
of from 1 to 22 carbon atoms, and Ry, where the ring is unsaturated is, CH, N, N + H, N + (alkyl), N + (aryl), N + 
(benzyl), N-CH 2 -N, N + H~CH 2 -N, N+(alkyl)-CH 2 -N, N+(aryI)-CH 2 -N, or N+(benzyl)CH 2 -N; wherein the ring is 
unsubstituted or substituted with alkyl of from 1 to 22 carbon atoms, acyloxy, -CHO, ester, aldehyde, carbox- 
ylate, amide, acylamino or thioanalogue, thionamide, nitro, NH 2 , alkylamino, or halide; and 

R 3 , and R 4 , are independently selected from a bond, alkylene optionally linked to R 7 by a double bond 
where the ring is unsaturated, and C 2 . s alkenylene. 

9. The composition of any of claims 1 to 5, wherein the organosilane is 3-(trimethoxysilyl)propyldimethyloctadecyl 
ammonium chloride, 3 (trimethoxysilyl)propylmethyldi-(decyl) ammonium chloride, 3-chloropropyltrimethylsilane, 
3-chloropropyltrimethoxysilane, octadecyltrimethoxysilane, or perfluorooctyltriethoxysilane. 

10. The composition of any of claims 1 to 5, wherein the organosilane is 

(CH 3 0)3Si(CH 2 )3^(CH 3 ) 2 C 18 H 37 CI-, 

(CH 3 0) 3 Si(CH 2 ) 3 N + (CH 3 ) 2 C 18 H 37 Br, (CH 3 O) 3 Si(CH 2 ) 3 N + (C l0 H 21 ) 2 CH 3 CI*, 
(CH 3 O) 3 Si(CH 2 ) 3 N*(C 10 H 21 ) 2 CH 3 Br, 

(CH 3 0) 3 Si(CH 2 ) 3 N+(CH 3 ) 3 C|-, (CH 3 0) 3 Si(CH 2 ) 3 N + (CH 3 ) 2 C 8 H 17 C|-, 
(CH 3 O) 3 Si(CH 2 ) 3 N + (CH 3 ) 2 C 10 H 21 CI", (CH 3 0) 3 Si(CH 2 ) 3 N + (CH 3 ) 2 C 12 H 25 CI', 
(CH 3 0) 3 Si(CH 2 ) 3 N*(CH 3 ) 2 C 14 H 29 Cl-, (CH 3 0) 3 Si(CH 2 ) 3 N*(CH 3 ) 2 C 16 H 33 C|-, 
(CH 3 O) 3 Si(CH 2 ) 3 N + (CH 3 ) 2 C 20 H 41 C|-, (CH 3 0) 3 Si(CH 2 ) 3 N^(C 4 H 9 ) 3 CI', 
(CH 3 0) 3 Si(CH 2 ) 3 N + (C 2 H 5 ) 3 Cf ) (CH 3 CH 2 0) 3 Si(CH 2 ) 3 N + (CH 3 ) 2 C 18 H 27 C|-, 
(CH 3 0) 3 Si(CH 2 ) 3 NHC(0)(CF 2 ) 6 CF 3 , (CH 3 0) 3 Si(CH 2 ) 3 NHC(0)(CF 2 ) g CF 3 , 
(CH 3 O) 3 Si(CH 2 ) 3 NHC(O)(CF 2 ) 10 CF 3 , (CH 3 0) 3 Si(CH 2 ) 3 NHC(0)(CF 2 ) 12 CF 3 , 
(CH 3 0)Si(CH 2 ) 3 NHC(0)(CF 2 ) 14 CF 3 , (CH 3 0) 3 Si(CH 2 ) 3 NHC(0)(CF 2 ) 16 CF 3 , 
(CH 3 0) 3 Si(CH 2 ) 3 NHS0 2 (CF 2 ) 7 CF 3 , 
(CH 3 0) 3 Si(CH 2 ) 3 N + (CH 3 ) 2 (CH 2 ) 3 NHC(0)(CH 2 ) 6 CH 3 , 
(CH 3 0) 3 Si(CH 2 ) 3 N + , (CH 3 ) 2 (CH 2 ) 3 NHC(0)(CH 2 ) e CH 3 , 
(CH 3 O) 3 Si(CH 2 ) 3 N^(CH 3 ) 2 (CH 2 ) 3 NHC(O)(CH 2 ) 10 CH 3 , 
(CH 3 0) 3 Si(CH 2 ) 3 N*(CH 3 ) 2 (CH 2 ) 3 NHC(0)(CH 2 ) 12 CH 3 , 
CH 3 0) 3 Si(CH 2 ) 3 N^(CH 3 ) 2 (CH 2 ) 3 NHC(0)(CH 2 ) 14 CH 3 , 
(CH 3 0) 3 Si(CH 2 ) 3 N^(CH 3 ) 2 (CH 2 ) 3 NHC(0)(CH 2 ) 16 CH 3 , 
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(CH 3 0)3Si(CH 2 )3N*(CH3) 2 (CH 2 )(CH 2 ) 3 NHC(0)(CF 2 ) 6 CF a 

(CH 3 0)3Si(CH 2 ) 3 N*(CH 3 ) 2 (CH 2 ) 3 NHC(0)(CF 2 ) 8 CF 3 , 

(CH 3 O) 3 Si(CH 2 ) 3 N*(CH 3 ) 2 (CH 2 ) 3 NHC(O)(CF 2 ) 10 CF 3> 

(CH 3 0) 3 Si(CH 2 ) 3 N*(CH 3 ) 2 (CH 2 ) 3 NHC(0)(CF 2 ) 12 CF 3 , 

(CH 3 0) 3 Si(CH 2 ) 3 NMCH 3 ) 2 (CH 2 ) 3 NHC(0)(CF 2 ) 14 CF a , 

(CH 3 0) 3 Si(CH 2 ) 3 N-(CH 3 ) 2 (CH 2 ) 3 NHC(0)(CF 2 ) 16 CF 3 , 

(CH 3 0) 3 Si(CH 2 ) 3 N-(CH 3 ) 2 (CH 2 ) 3 NHS0 2 (CF 2 ) 7 CF 3 , 

(CH 3 0) 3 Si(CH 2 ) 3 N*(CH3) 2 (CH 2 ) 3 NHS0 2 (CF 2 ) 9 CF3 

(CH 3 0)3Si(CH 2 )3NMCH 3 ) 2 (CH 2 )3NHS0 2 (CF 2 ) 11 CF 3 , 

(CH 3 0)3Si(CH 2 ) 3 N*(CH 3 ) 2 (CH 2 ) 3 NHS0 2 (CF 2 ) 13 CF 3 , 

(CH 3 0)3Si{CH 2 )3N*(CH 3 ) 2 (CH 2 )3NHS0 2 (CF 2 ) 1s CF 3 , 

(CH 3 0)3Si(CH 2 )3N*(CH3) 2 (CH 2 ) 3 NHS0 2 (CF 2 ) 16 CF3, 

(CH 3 0)3Si(CH 2 ) 3 NHC 6 H 4 COOH, 

(CH 3 0) 3 Si(CH 2 )3NHC 6 H 4 COOCH3, 

(CH 3 0)3Si(CH 2 ) 3 NHC 6 H 4 CCX)C 2 H s , 

(CH30)3Si(CH 2 ) 3 NHC 6 H 4 COOC 3 H 7 , 

(CH 3 0)3Si(CH 2 ) 3 NHC 6 H 4 COOC 4 H 9 , 

(CH 3 0) 3 Si(CH 2 ) 3 NHC 6 H 4 COOCH 2 C 6 H 5 , 

(CH 3 0) 3 Si(CH 2 ) 3 NHC 6 H 4 COOCH 2 C 6 H 4 NH 2 , 

(CH 3 0)3Si(CH 2 ) 3 NHC 6 H 4 COOCH 2 C 6 H 4 N(CH3) 2l 

(CH 3 0) 3 Si(CH 2 ) 3 NHC 6 H 4 COOCH 2 C 6 H 4 N(CH 2 CH 3 ) 2 , 

(CH 3 0) 3 Si(CH 2 ) 3 NHC 6 H 4 COOCH 2 C 6 H 4 N*(CH 3 ) 3 V 

(CH 3 0) 3 Si(CH 2 ) 3 NHC 6 H 4 COOCH 2 C 6 H 4 N*(CH 2 CH 3 a V, 

(CH 3 0) 3 Si(CH 2 ) 3 NCH 3 C 6 H 4 COOH. 

(CH 3 0) 3 Si(CH 2 ) 3 NCH 3 C 6 H 4 COOCH 3 , 

(CH30)3Si(CH 2 )3NCH 3 C 6 H 4 COOC 2 H 5l 

(CH 3 0)3Si(CH 2 )3NCH3C 6 H 4 COOC 3 H 7 , 

(CH 3 0) 3 Si(CH 2 ) 3 NCH 3 C 6 H 4 COOC 4 H 9 , 

(CH 3 0) 3 Si(CH 2 ) 3 NCH 3 C 6 H 4 COOCH 2 C 6 H 5 , 

(CH 3 0) 3 Si(CH 2 )3NCH 3 C 6 H 4 COOCH 2 C 6 H 4 NH 2 , 

(CH 3 0) 3 Si(CH 2 ) 3 NCH 3 C 6 H 4 COCX;H 2 C 6 H 4 N(CH3) 2 , 

(CH 3 0) 3 Si(CH 2 ) 3 NCH 3 C 6 H 4 COOCH 2 C 6 H 4 N(CH 2 CH 3 ) 2 , 

(CH 3 0) 3 Si(CH 2 ) 3 NCH 3 C 6 H 4 COOCH 2 C 6 H 4 N*(CH 3 ) 3 Y- 

(CH 3 0) 3 Si(CH 2 ) 3 NCH 3 C 6 H 4 COOCH 2 C 6 H 4 N + (CH 2 CH 3 ) 3 Y - 

(CH 3 0) 3 Si(CH 2 ) 3 N*(CH 3 ) 2 C 6 H 4 COOHY-, ' 

(CH 3 0) 3 SI(CH 2 )3N*(CH3) 2 C 6 H 4 COOCH 3 Y-, 

(CH 3 0) 3 SI(CH 2 )3N*(CH 3 ) 2 C 6 H 4 COOC 2 H s Y-. 

(CH 3 0) 3 SI(CH 2 ) 3 N*(CH 3 ) 2 C 6 H 4 COOC 3 H 7 Y-. 

(CH 3 0)3SI(CH 2 )3N*(CH3) 2 C 6 H 4 COOC 4 H 9 Y-. 

(CH 3 0) 3 SI(CH 2 ) 3 N+(CH 3 ) 2 C 6 H 4 COOCH 2 C 6 H s Y-, 

(CH 3 0) 3 Si(CH 2 ) 3 N-(CH 3 ) 2 C 6 H 4 COOCH 2 C 6 H 4 NH 2 Y-, 

(CH 3 0) 3 Si(CH 2 ) 3 N*(CH3) 2 C 6 H 4 COOCH 2 C 6 H 4 N(CH 3 ) 2 Y-, 

(CH 3 0) 3 Si(CH 2 ) 3 N*(CH 3 ) 2 C 6 H 4 COOCH 2 C 6 H 4 N(CH 2 CH 3 ) 2 Y- 

(CH 3 0)3Si(CH 2 )3N*(CH 3 ) 2 C 6 H 4 COOCH 2 C6H 4 N*(CH 3 ) 3 yV 

(CH 3 0) 3 Si(CH 2 ) 3 N*(CH 3 ) 2 C 6 H 4 COOCH 2 C 6 H 4 N*(CH 2 CH 3 ) 3 Y-Y- 
(CH 3 0) 3 Si(CH 2 ) 3 NC 2 H s C 6 H 4 COOH, 2 33 

(CypusircH^kNc.bpC-H.coocH. 



(CH 3 0) 3 Si(CH 2 ) 3 NC 2 H 5 C 6 H 4 COOC 4 H 9 . 
(CH 3 0) 3 Si(CH 2 ) 3 NC 2 H 5 C 6 H 4 COOC 3 H 17 . 
(CH 3 0) 3 Si(CH 2 ) 3 NC 2 H 5 C 6 H 4 COOC 4 H 9 . 
(CH 3 0) 3 Si(CH 2 ) 3 NC 2 H s C 6 H 4 COOCH 2 C 6 H s , 
(CH 3 0) 3 Si(CH 2 ) 3 NC 2 H s C 6 H 4 COOCH 2 C 6 H 4 NH 2 , 
(CH 3 O) 3 Si(CH 2 ) 3 NC 2 H 5 C 6 H 4 CO0CH 2 C 6 H 4 N(CH 3 ) 2 . 
(CH 3 0)3Si(CH 2 ) 3 NC 2 H 5 C 6 H 4 COOCH 2 C 6 H 4 N(CH 2 CH 3 ) 2 
(CH 3 0)3Si(CH 2 ) 3 NC 2 H s C 6 H 4 COOCH 2 C 6 H 4 N + (CH3) 3 Y- 

(CH30) 3 Si(CH 2 ) 3 NC 2 H 5 C 6 H 4 COOCH 2 C 6 H 4 N*(CH 2 CH 3 ) a Y- 
(CH 3 0) 3 Si(CH 2 ) 3 N*(C 2 H s ) 2 C 6 H 4 COOHY-, 
(CH 3 0) 3 Si(CH 2 ) 3 N*(C 2 H 5 ) 2 C 6 H 4 COOCH 3 Y", 
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(CH 3 0)3Si(CH 2 )3N + (C 2 H 5 ) 2 C 6 H 4 COOC 2 H 5 V, 

(CH 3 0)3Si(CH 2 )3N + (C 2 H 5 ) 2 C 6 H 4 COOC 3 H 7 Y", 

(CH 3 0)3Si(CH 2 )3N + (C 2 H 5 ) 2 C 6 H 4 COOC 4 H 9 Y", 

(CH 3 0)3Si(CH 2 ) 3 N + (C 2 H 5 ) 2 C 6 H 4 COOCH 2 C 6 H 5 Y", 

(CH 3 0) 3 Si(CH 2 )3N + (C 2 H 5 ) 2 C 6 H 4 COOCH 2 C 6 H 4 N 2 Y", 

(CH 3 O)3Si(CH 2 ) 3 N + (C 2 H 5 ) 2 C 6 H 4 C0OCH 2 C 6 H 4 N(CH3) 2 Y", 

(CH 3 0)3Si(CH 2 )3N + (C 2 H 5 ) 2 C 6 H 4 COOCH 2 C 6 H 4 N(CH 2 CH 3 ) 2 Y", 

(CH 3 0) 3 Si(CH 2 )3N + (C 2 H 5 ) 2 C 6 H 4 COOCH 2 C 6 H 4 N + (CH 3 )3 Y'Y", 

(CH 3 0) 3 Si(CH 2 )3N + (C 2 H 5 ) 2 C 6 H 4 COOCH 2 C 6 H 4 N + (CH 2 CH3)3Y*Y-, 

(CH 3 CH 2 0) 3 Si(CH) 3 NHC 6 H 4 COOH, 

(CH 3 CH 2 0)3Si(CH 2 )3NHC 6 H 4 COOCH 3t 

(CH 3 CH 2 0) 3 Si(CH 2 )3NHC 6 H 4 COOC 2 H 5> 

(CH 3 CH 2 0)3Si(CH 2 )3NHC6H 4 COOC 3 H 7 , 

(CH 3 CH 2 0)3Si(CH 2 )3NHC 6 H 4 COOC 4 H 9> 

(CH 3 CH 2 0) 3 Si(CH 2 ) 3 NHC 6 H 4 COOCH 2 C 6 H 5j 

(CH 3 CH 2 0) 3 Si(CH 2 ) 3 NHC 6 H 4 CCX)CH 2 C 6 H 4 NH 2 , 

(CH 3 CH 2 0) 3 Si(CH 2 ) 3 NHC e H 4 COOCH 2 C 6 H 4 N(CH 3 ) 2 , 

(CH 3 CH 2 0) 3 Si(CH 2 )3NHC 6 H 4 COOCH 2 C 6 H 4 N(CH 2 CH 3 ) 2 , 

(CH 3 CH 2 0) 3 Si(CH 2 ) 3 NHC 6 H 4 COOCH 2 C 6 H 4 N + (CH3) 3 Y- | 

(CH 3 CH 2 0)3Si(CH 2 )3NHC 6 H 4 COOCH 2 C $ H 4 N + (CH 2 CH 3 )3 Y*. 

(CH 3 CH 2 0)3Si(CH 2 )3NCH3C 6 H 4 COOH, 

(CH 3 CH 2 0) 3 Si(CH 2 ) 3 NCH 3 C 6 H 4 COOCH 3 , 

(CH 3 CH 2 0) 3 Si(CH 2 ) 3 NCH 3 C 6 H 4 COOC 2 H 5> 

(CH 3 CH 2 0) 3 Si(CH 2 )3NCH 3 C 6 H 4 COOC 3 H 7) 

(CH 3 CH 2 0)3Si(CH 2 ) 3 NCH 3 C 6 H 4 COOC 4 H 9l 

(CH 3 CH 2 0)3Si(CH 2 )3NCH 3 C 6 H 4 COOCH 2 C 6 H 5t 

(CH 3 CH 2 0)3Si(CH 2 )3NCH 3 C 6 H 4 COOCH 2 C 6 H 4 NH 2 , 

(CH 3 CH 2 0)3Si(CH 2 )3NCH 3 C 6 H 4 COOCH 2 C 6 H 4 N(CH 3 ) 2 , 

(CH 3 CH 2 0)3Si(CH 2 )3NCH 3 C 6 H 4 COOCH 2 C 6 H 4 N(CH 2 CH3) 2 , 

(CH3CH 2 0) 3 Si(CH 2 ) 3 NCH 3 C 6 H 4 COOCH 2 C 6 H 4 N + (CH3)3 V, 

(CH 3 CH 2 0) 3 Si(CH 2 ) 3 NCH3C6H 4 COOCH 2 C 6 H 4 N + (CH 2 CH 3 )3 Y", 

(CH 3 CH 2 0)3Si(CH 2 )3N + (CH 3 ) 2 C 6 H 4 COOH Y", 

(CH 3 CH 2 0)3Si(CH 2 )3N + (CH3) 2 C6H 4 COOCH 3 Y- 1 

(CH 3 CH 2 0)3Si(CH 2 )3N^(CH3) 2 C 6 H 4 COOC 2 H5 Y", 

(CH 3 CH 2 0)3Si(CH 2 )3N + (CH3) 2 C 6 H 4 COOC 3 H 7 Y-, 

(CH 3 CH 2 0)3Si(CH 2 ) 3 N + (CH3) 2 C 6 H 4 COOC 4 H 9 V, 

(CH 3 CH 2 0) 3 Si(CH 2 )3N + (CH 3 ) 2 C 6 H 4 COOCH 2 C 6 H 5 Y", 

(CH 3 CH 2 0)3Si(CH 2 )3N + (CH 3 ) 2 C 6 H 4 COOCH 2 C 6 H 4 NH 2 T, 

(CH 3 CH 2 0)3Si(CH 2 )3N + (CH3) 2 C 6 H 4 COOCH 2 C 6 H 4 N(CH 3 ) 2 Y", 

(CH 3 CH 2 0)3Si(CH 2 )3N*(CH3) 2 C 6 H 4 COOCH 2 C 6 H 4 N(CH 2 CH 3 ) 2 Y% 

(CH 3 CH 2 0)3Si(CH 2 )3N + (CH3) 2 C 6 H 4 COOCH 2 C 6 H 4 N + (CH3) 3 Y-Y-, 

(CH3CH 2 0)3Si(CH 2 )3N*(CH3) 2 C 6 H 4 COOCH 2 C B H 4 N^(CH 2 CH 3 )3 Y*Y", 

(CH 3 CH 2 0) 3 Si(CH 2 ) 3 NC 2 H 5 C 6 H 4 COOH, 

(CH 3 CH 2 0)3Si(CH 2 )3NC 2 H 5 C 6 H 4 COOCH 3 , 

(CH 3 CH 2 0)3Si(CH 2 ) 3 NC 2 H 5 C 6 H 4 COOC 2 H 5 , 

(CH 3 CH20)3Si(CH 2 )3NC 2 H 5 C 6 H 4 COOC 3 H 7l 

(CH 3 CH 2 0)3Si(CH 2 ) 3 NC 2 H 5 C 6 H 4 COOC 4 H 9l 

(CH3CH 2 0) 3 Si(CH 2 ) 3 NC 2 H 5 C 6 H 4 COOCH 2 C 6 H 5> 

(CH 3 CH 2 0)3Si(CH 2 )3NC 2 H 5 C 6 H 4 COOCH 2 C 6 H 4 NH 2 , 

(CH 3 CH 2 0)3Si(CH 2 )3NC 2 H 5 C 6 H 4 COOCH 2 C 6 H 4 N(CH 3 ) 2 , 

(CH 3 CH 2 0)3Si(CH 2 )3NC 2 H 5 C 6 H 4 COOCH 2 C 6 H 4 N(CH 2 CH 3 ) 2l 

(CH3CH 2 0) 3 Si(CH 2 ) 3 NC 2 H 5 C 6 H 4 COOCH 2 C 6 H 4 N + (CH3)3 Y', 

(CH 3 CH 2 0) 3 Si(CH 2 ) 3 NC 2 H 5 C 6 H 4 COOCH 2 C 6 H 4 N + (CH 2 CH 3 ) 3 Y-, 

(CH 3 CH 2 0) 3 Si(CH 2 )3N-(C 2 H 5 ) 2 C 6 H 4 COOH Y", 

(CH 3 CH 2 0)3Si(CH 2 ) 3 N + (C 2 H 5 ) 2 C 6 H 4 COOCH3 V, 

(CH 3 CH 2 0)3Si(CH 2 )3N + (C 2 H 5 ) 2 C 6 H 4 COOC 2 H 5 V, 

(CH 3 CH 2 0)3Si(CH 2 )3N + (C 2 H 5 ) 2 C 6 H 4 COOC 3 H 7 Y", 

CH 3 CH 2 0)3Si(CH 2 ) 3 N*(C 2 H 5 ) 2 C 6 H 4 COOC 4 H 9 Y", 



24 
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(CH 3 CH 2 0)3Si(CH 2 )3N*(C 2 H s ) 2 C 6 H 4 COOCH 2 C 6 H s Y-, 

(CH3CH 2 0) 3 Si(CH 2 ) 3 N*(C 2 H s ) 2 C 6 H 4 COOCH 2 C 6 H 4 NH 2 Y- 

(CH 3 CH 2 0) 3 Si(CH 2 )3N*(C 2 H s ) 2 C 6 H 4 COOCH 2 C 6 H 4 N(CH3) 2 Y-, 

CH 3 CH 2 0) 3 Si(CH 2 ) 3 N*(C 2 H 5 ) 2 C 6 H 4 COOCH 2 C 6 H 4 N(CH 2 CH 3 ),Y- 

CH 3 CH 2 0) 3 Si(CH 2 ) 3 N + (C 2 H 5 ) 2 C 6 H 4 COOCH 2 C 6 H 4 N + (CH 3 ) 3 yV, or 
(CH 3 CH 2 0) 3 Si(CH 2 )3N + (C 2 H 5 ) 2 C 6 H 4 COOCH 2 C 6 H 4 N + (CH 2 CH3) 3 V-Y-. 

11. The composition of any of claims 1 to 5, wherein the organosilane is 

NH 2 (CH 2 ) 2 NH(CH 2 ) 3 Si(OCH 3 ) 3 , NH 2 (CH 2 ) 3 Si(OCH 3 ) 3 
NH 2 (CH 2 ) 3 Si(OCH 2 CH 3 )3, CI(CH 2 ) 3 Si(OCH 3 )3, CI(CH 2 ) 3 Si(OCH,CH,U 
CKCH 2 ) 3 SiCl3, C 3 H s 0 2 (CH 2 ) 3 Si(OCH3)3, C 3 H s 0 2 CH 2 ) 3 Si OCH 2 Ch!u 
C4H 6 0 2 (CH 2 )3Si(OCH 3 ) 3l C 4 H 5 0 2 (CH 2 ) 3 Si(OCH 2 CH 3 3 3 CH 3 SiHCI 2 3 * 

H^2c H SKK HCL, 

H 2 C=CHSi(OCH 2 CH 3 ) 3 , H 2 C=CHSiCI 3 . (CH 3 ) 2 SiCI 2 , (CH 3 ) 2 Si(OCH,), 

(C 6 H 5 ) SiCI 2 , (C 2 H 5 )SiC 3 , (C 2 H 5 )Si(OCH 3 ) 3 3 (C^i^OCH^W ^ 

isobutyltrimethoxysilane, n-octyltriethoxysilane, CH 3 (C e H fi )SiCI, CH,SiCI, 

CH3Si(OCH 3 ) 3 . C 6 H 5 SiCI 3 , C 6 H 5 Si(OCH3) 3 , C 3 H 7 SiCI 3 Q *3w£sicU 

CICH 2 C 6 H 4 CH 2 CH 2 SiCI 3n ,CICH 2 C 6 H 4 CH 2 CH 2 Si(OCH3)3 

e'h^t^ decyltrichlorosilane, dich to rometh y l(4-meth yl pheneth yl )si la ne, di- 

12. A co-Position of any preceding claim comprising between 0.001-20% of organosi.ane and between 0.01 -20% of 

14. The composition of claim 12, wherein the polyol is derived from corn syrup, maple syrup, or honey. 

15. The composition of claim 12 or claim 13, wherein the organosilane is a siloxane. 

18. A composition according to any of claims 1 to 15, in a diluent carrier. 

19. The composition of claim 19, wherein the carrier is water. 

21. A composition according to any of claims 1 to 11 , further comprising an aqueous soluble dye. 

22. A compound having the formula (R) n Si(X) 4 ., y (R 41 ) wherein n is an integer of from 0 to 3- y is an inteoer of from 
and each* ! S ;: depe H ndent 'y- a nonhydrolyzable organic group; each x % indepen ^ \ ££££ qrouo 
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23. Use of a composition according to any of claims 1 to 11 , as an antimicrobial agent. 

24. A method of treating a substrate, comprising contacting the substrate with a sufficient amount of the composition 
of any of claims 1 to 11. 

s 

25. A method of claim 24, wherein the composition additionally comprises an aqueous soluble dye suitable for dyeing 
the substrate. 

26. A method of antimicrobially treating an article, comprising contacting the article with an effective amount of the 
io composition defined in any of claims 1 to 11 . 

27. A method according to claim 26, wherein the article is a food product. 

28. A method according to claim 26, wherein the article is a storage container. 

15 

29. A method according to claim 26, wherein the article is a latex medical article. 

30. The method according to claim 29, wherein the article is a surgical glove. 

20 31. A method according to claim 26, wherein the article is selected from the group consisting of a concrete pipe, a 
tooth brush, a comb, a hair brush, a denture, an orthodontic retainer, a spa or pool filter, an air filter, an HVAC air 
system, a cabin air system, a marble article, a statue, an exposed work of art, an HDP plastic cover, a silicone or 
TEFLON® coated fiberglass article, a Dryvitt finish, a stucco finish, blended cotton, a bio-film, a bio-adhesive, 
single ply roofing, a roofing shingle, a paper product, teeth, skin, bone, cartilage, a metal finish, a car finish, and 

25 a fiberglass reinforcement product. 

32. A method of antimicrobially enhancing a product of rubbing alcohol, a flower preservative, or a waterproofing 
solution, comprising admixing with the product an effective amount of the composition defined in any of claims 1 
to 11. 

30 

33. A method for making an organosilane defined in any of claims 1 to 11, which comprises mixing the organosilane 
synthesis starting materials in an aqueous solution in the presence of a poiyol as defined in any of claims 1 to 5, 
wherein said poiyol is present in an amount sufficient to stabilize the organosilane as it is formed from said starting 
materials. 
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